r# J) 



EuropSJsches Patentamt 
European Patent Office 
Office europgen des brevets 




(11) 



EP 0 869 408 A1 



(12) 



EUROPEAN PATENT APPLICATION 

pu wished in accordance with Art. 15S(3) EPG 



(43) Date of publication: 

07.10.1998 Bulletin 1998/41 

(21) Application number: 97940377.1 

(22) Date of filing: 12.09.1997 



(51) IntCi. 6 : G03H 1/18, B42D 15/10 

(86) International application number: 
PCT/JP97/03242 

(87) International publication number: 

WO 98/1 2607 (26.03.1 998 Gazette 1 998/1 2) 



(84) Designated Contracting States: 


• HAMADA, Satoru 


DE FR GB 


Dal Nippon Printing Co., Ltd. 




Shln]uku-ku Tokyo 162 (JP) 


(30) Priority: 19.09.1996 JP 248022/96 


• OHTAKJ, Hiroyuki 


24.09.1996 JP 251986/96 


Dai Nippon Printing Co., Ltd. 


24.09.1996 JP 251987/96 


Shinjuku-ku Tokyo 162 (JP) 


24.09.1996 JP 251988/96 


• UEDA, Kenji 


24.09.1996 JP 252107/96 


Dai Nippon Printing Co., Ltd. 


25.10.1996 JP 283709/96 


Shlnjuku-ku Tokyo 162 (JP) 


29.10.1996 JP 286752796 


• NISHIKAWA, Shingo 


26.11.1996 JP 314613/96 


Dai Nippon Printing Co., Ltd. 


(71) Applicant: 


Shinjuku-ku Tokyo 162 (JP) 




DAI NIPPON PRINTING CO., LTD. 


(74) Representative: 


Tokyo 162-01 (JP) 


VOSSIUS& PARTNER 




Siebertstrasse 4 


(72) Inventors: 


81675 MOnchen (DE) 


• MORII, Aklo 




Dal Nippon Printing Co., Ltd. 




Shinjuku-ku Tokyo 162 (JP) 





< 

GO 
O 

o> 

CD 
GO 



(54) VOLUME HOLOGRAM LAMINATE AND LABEL FOR PREPARING VOLUME HOLOGRAM 
LAMINATE 



(57) A multilayered volume hologram structure of 
the invention comprises a substrate 2 for a certificate or 
the like, and an adhesive layer 5, a volume hologram 
layer 5 and a surface protective film 7 laminated on the 
substrate in the described order. When a multilayer 
structure consisting of the volume hologram layer 5 and 
surface protective layer 5 is forcibly released from the 
substrate for the purpose of making a photograph 
replacement or falsifying a personal information area, 
the volume hologram image can break down certainly, 
thereby ensuring prevention of falsification. A multilay- 
ered volume hologram structure-making label is useful 
for making a multilayered volume hologram structure. 



FIG. 2 




6 
5' 

1—2 



A' 4 3 



Q. 
LU 



Prtrccd by Xerox (UK) Bustles Services 
2 16.3/34 



r " 



EP0869 408A1 

Description 
TECHNICAL FIELD 

5 The present invention relates generally to a multilayered volume hologram structure comprising a transparent 
image bearing hologram, which is pasted on a surface of a photograph or personal information area attached to ID 
cards, exam cards, passports, etc. for the purpose of ensuring security and a label for making such a multilayered vol- 
ume hologram structure, and more particularly to a multilayered volume hologram structure which cannot possibly be 
fraudulently altered or otherwise falsified, and a label for making such a multilayered volume hologram structure. 

7a In recent years, means for preventing fraudulent alternation or falsif ication of identity cards, etc. have been strongly 
demanded, for instance, so as to certainly identify who carries an ID card as who is characterized by identifying data 
born thereon. Such falsification preventive techniques, for instance, are disclosed in JM-B 5-48215 and JP-A 5-201 181 
wherein an image bearing hologram is used. The image of the image bearing hologram has the same function as an 
engraving or the like on a conventional ID card or the like. 

is Especially according to the means disclosed in the latter publication, when the protective film is stripped off for the 
purpose of falsification or the like, the hologram layer fractures due to its softness to make it impossible to reconstruct 
the hologram image, thereby preventing falsification as by making a photograph replacement. When a rigid plastic film 
is used as the surface protective film, however, the hologram layer is often perfectly stripped off following the surface 
protective film. In this case, there is no sign of a photograph replacement or falsification of information, ft is thus strongly 

20 demanded to improve this prior art means in such a way that the function of preventing falsification is much more 
improved for the purpose of ensuring security. 

DISCLOSURE OF THE INVENTION 

25 According to a first aspect of the invention, there is provided a multilayered volume hologram structure comprising 
a substrate for a certificate or the like, and a first adhesive layer, a volume hologram layer and a surface protective film 
laminated on said substrate in the described order, characterized in that a peel strength, with which a multilayer struc- 
ture consisting of said volume hologram layer and said surface protective film is peeled from said substrate, is greater 
than a breaking strength or a tensile strength at 1% elongation of said multilayer structure consisting of said volume 

30 hologram layer and sad surface protective film. 

The multilayered volume hologram structure according to the first aspect of the invention is further characterized in 
that the peel strength, with which said multilayer structure consisting of said volume hologram layer and said surface 
protective film is peeled from said substrate (e.g., a photograph), is 0.1 Kg/25 mm to 5.0 Kg/25 mm, and a multilayer 
structure comprising said first adhesive layer, said volume hologram layer and said surface protective film laminated on 

35 said substrate in the described order has a breaking strength or a tensile strength at 1% elongation of 0.01 Kg/mm 2 to 
5.0 Kg/mm 2 . 

The multilayered volume hologram structure according to the first aspect of the invention is further characterized in 
that another adhesive layer is interleaved between said volume hologram layer and said surface protective film. 

The multilayered volume hologram structure according to the first aspect of the invention is further characterized in 
40 that said surface protective film is subjected to a hard coat treatment on a surface thereof. 

The multilayered volume hologram structure according to the first aspect of the invention is further characterized in 
that said surface protective film is subjected to a release treatment on a surface thereof. 

The present invention also provides a label for making the multilayered volume hologram structure according to the 
first aspect of the invention, characterized by comprising a release paper and a first adhesive layer, a volume hologram 
45 layer and a surface protective film laminated on said release paper in the described order, said label being pasted on a 
substrate for a certificate or the like upon removal of said release paper. 

The label for making the multilayered volume hologram structure according to the first aspect of the invention is fur- 
ther characterized in that a peel strength, with which a multilayer structure consisting of said volume hologram layer and 
sad surface protective film is peeled from said substrate, is 0.1 Kg/25 mm to 5.0 Kg/25 mm, and a multilayer structure 
so comprising said first adhesive layer, said volume hologram layer and sad surface protective film laminated in the 
described order has a breaking strength or a tensile strength at 1% elongation of 0.01 Kg/mm 2 to 5.0 Kg/mm 2 . 

The label for making the multilayered volume hologram structure according to the first aspect of the invention is fur- 
ther characterized in that said volume hologram layer and sad surface protective film are laminated together with sad 
first adhesive layer interleaved therebetween. 
55 The volume hologram structure according to the first aspect of the invention ensures prevention of falsification 
because, immediately upon making a photograph replacement or falsif ication of the information area, the volume holo- 
gram image breaks down certainly. With the label for making the multilayered volume hologram structure according to 
the first aspect of the invention, it is easy to make the multilayered volume hologram structure according to the first 
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aspect of the invention. 

According to a second aspect of the invention, there is provided a multilayered volume hologram structure compris- 
ing a substrate, and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective 
film laminated on said substrate in the described order, characterized in that said second adhesive layer is weaker in 
5 adhesion than said first adhesive layer, and when said surface protective film is released from said multilayered volume 
hologram structure in a given releasing direction, a releasing line produced in a direction at right angles with respect 
to said releasing direction. 

According to the second aspect of the invention, there is also provided a multilayered volume hologram structure 
comprising a substrate, and a third adhesive layer, a colored sheet a first adhesive layer, a volume hologram layer, a 

10 second adhesive layer and a surface protective film laminated on said substrate in the described order, characterized 
in that said second adhesive layer is weaker in adhesion than said first adhesive layer and said third adhesive layer, and 
when said surface protective film is released from said multilayered volume hologram structure in a given releasing 
direction, a releasing line is produced in a direction at right angles with respect to said release direction. 

The second multilayered volume hologram structure of the invention is also characterized in that a peel strength, 

15 with which said surface protective f flm is released from said multilayered volume hologram structure, is 0.001 Kg/25 mm 
to 0.1 Kg/25 mm, and a peel strength between said substrate and said volume hologram layer is 0.1 Kg/25 mm to 5.0 
Kg/25 mm. 

The second multilayered volume hologram structure of the invention is further characterized in that said volume 
hologram layer is made up of a photosensitive material used for recording a dry type of volume phase hologram, which 

20 comprises a matrix polymer, a photopolymerizable compound, a photopotymerization initiator and a sensitizing dye. 

One label for making the second multilayered volume hologram structure of the invention is a multilayered volume 
hologram structure comprising a release paper, and a first adhesive layer, a volume hologram layer, a second adhesive 
layer and a surface protective film laminated on said release paper in the described order, characterized in that said 
second adhesive layer is weaker in adhesion than said first adhesive layer, and when said surface protective film is 

25 released from said multilayered volume hologram structure in a given releasing direction, a releasing line is produced 
in a direction at right angles with respect to said releasing direction. 

Another label for making the second multilayered volume hologram structure of the invention is a multilayered vol- 
ume hologram structure comprising a release paper, and a third adhesive layer, a colored sheet a first adhesive layer, 
a volume hologram layer, a second adhesive layer and a surface protective film laminated on said substrate in the 

30 described order, characterized in that said second adhesive layer is weaker in adhesion than said first adhesive layer 
and said third adhesive layer, and when said surface protective film is released from said multilayered volume hologram 
structure in a given releasing diretion, a releasing line is produced in a direction at right angles with respect to said 
releasing direction. 

When the surface protective film is released from the second multilayered volume hologram structure of the inven- 

35 tion, releasing layers are produced. When the recorded hologram is copied, the copy can be distinguished from the orig- 
inal hologram because the releasing layers are copied at the same time. Even when a hologram with the releasing lines 
formed thereon is pasted on another substrate for forging purposes, the hologram can be distinguished from the original 
hologram because of the presence of the releasing lines. Thus, prevention of falsification can be ensured. With the label 
for making the second multilayered volume hologram structure of the invention, the second multilayered volume holo- 

40 gram structure of the invention can be easily prepared. 

According to a third aspect of the invention, there is provided one multilayered volume hologram structure compris- 
ing a substrate for a certificate or the like, and a heat sealing layer, a volume hologram layer, an adhesive layer and a 
surface protective film laminated on said substrate, characterized in that the whole surface of said multilayered volume 
hologram structure is heat-sealed. 

45 According to the third aspect of the invention, there is provided another multilayered volume hologram structure 
comprising a certificate for a certificate or the like, and an adhesive layer, a volume hologram layer, a heat sealing layer 
and a surface protective layer laminated on said substrate, characterized in that said volume hologram layer and an end 
portion thereof are coated with said surface protective f Bm, said volume hologram layer is laminated on said substrate, 
and only the overall peripheral end of said multilayered volume hologram structure including the overall peripheral end 

so of said volume hologram layer is heat-sealed. 

The third multilayered volume hologram structure of the invention is characterized in that heat sealing has been 
doneat100°Cto180°C. 

One label for making the third multilayered volume hologram structure of the invention is characterized by compris- 
ing a release paper, and a heat sealing layer, a volume hologram layer, an adhesive layer and a surface protective layer 
55 laminated on said release paper in the described order. 

Another label for making the third multilayered volume hologram structure of the invention is characterized by com- 
prising a release paper, and an adhesive layer, a volume hologram layer, a heat sealing layer and a surface protective 
film laminated on said release paper in the described order, 
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a size of said surface protective f Dm being such that upon said label laminated on a substrate for a certificate or 
' the lilce, said surface protective film covers said volume hologram layer including a whole periphery of an end thereof. 
When the third multilayered volume hologram structure of the invention is forcibly delamrnated, the volume holo- 
gram display layer breaks down certainly, thereby ensuring prevention of falsification as by making a photograph 
5 replacement. With the label for making the third multilayered volume hologram layer of the invention, the third murtilay- 
srcd volume hdo^am structure ran ha easily prepared. 

A fourth multilayered volume hologram structure of the invention is characterized by comprising a substrate and a 
hologram layer pasted on said substrate, said hologram layer being provided with a surface protective film on a surface 
thereof, and further including a second adhesive layer for bonding together said surface protective film and said holo- 
10 gram layer and a first adhesive layer for bonding together said hologram layer and said substrate, either one of said 
adhesive layers having an adhesion force profile in its own plane. 

A label for making the fourth multilayered volume hologram structure of the invention is a label used for making the 
fourth multilayered volume hologram structure of the invention characterized by comprising a release paper, and a f irst 
adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective film laminated on said 
is release paper in the described order, said label being pasted on a substrate for a certificate or the like upon removal of 
said release paper therefrom, and either one of said first adhesive layer and said second adhesive layer having an 
adhesive force prof fle in its own plane. 

When the fourth multilayered volume hologram structure of the invention is forcibly delaminated, the volume holo- 
gram display layer breaks down certainly, thereby ensuring prevention of falsification as by making a photograph 
20 replacement. With the label for making the fourth multilayered volume hologram layer of the invention, the fourth multi- 
layered volume hologram structure can be easily prepared. 

One embodiment of a fifth multilayered volume hologram structure of the invention comprises a substrate, and a 
first adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective film laminated on said 
substrate in the described order, and is characterized in that microcapsules, each encapsulated with a material capable 
25 of breaking said hologram layer, are incorporated in said adhesive layers, so that said microcapsules can break down 
upon delamination of said multilayered volume hologram structure. 

Another embodiment of the fifth multilayered volume hologram structure of the invention comprises a substrate, 
and a third adhesive layer, a coloring sheet, a first adhesive layer, a volume hologram, a second adhesive layer and a 
surface protective film laminated on said substrate in the described order, and is characterized in that microcapsules, 
30 each encapsulated with a material capable of breaking said volume hologram layer, are incorporated in said first and 
second adhesive layers disposed adjacent to said hologram layer, so that said microcapsules can break down upon 
delamination of said multilayered volume hologram structure. 

The fifth multilayered volume hologram structure of the invention is also characterized in that a material forming 
said volume hologram layer comprises a matrix polymer, a photopolymerizable compound, a photopolymerization initi- 
35 ator and a sensitizing dye, and said material capable of breaking said volume hologram layer comprises an organic sol- 
vent having a solubilizing action on said volume hologram layer forming material and/or a plasticizer having a swelling 
action on said volume hologram layer forming material. 

One embodiment of a label for making the fifth multilayered volume hologram structure of the invention is a label 
used for making the first embodiment of the aforesaid fifth multilayered volume hologram structure. This label comprises 
40 a release paper, and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective 
film laminated on said release paper in the described order, and is characterized in that microcapsules, each encapsu- 
lated with a material capable of breaking said volume hologram layer, are incorporated in said adhesive layers, so that 
said microcapsules can break down upon delamination of said multilayered volume hologram structure. 

Another embodiment of the label for making the fifth multilayered volume hologram structure of the invention is a 
45 label for making the second embodiment of the fifth multilayered volume hologram structure. This label comprises a 
release paper, and a third adhesive layer, a coloring sheet, a first adhesive layer, a volume hologram, a second adhe- 
sive layer and a surface protective film laminated on said release paper in the described order, and is characterized in 
that microcapsules, each encapsulated with a material capable of breaking said volume hologram layer, are incorpo- 
rated in said adhesive layers disposed adjacent to said volume hologram layer, so that said microcapsules can break 
so down upon delamination of said multilayered volume hologram structure. 

The label for making the aforesaid fifth multilayered volume hologram structure is characterized in that a material 
forming said volume hologram layer comprises a matrix polymer, a photopolymerizable compound, a photopolymeriza- 
tion initiator and a sensitizing dye, and said material capable of breaking said volume hologram layer comprises an 
organic solvent having a solubilizing action on said volume hologram layer forming material and/or a plasticizer having 
55 a swelling action on said volume hologram layer forming material. 

When, upon a release from the adhesive layers, the fifth multilayered volume hologram structure of the invention is 
re-laminated thereon, the volume hologram layer breaks down on contact with the volume hologram layer breaking 
material coming out of the microcapsules upon a breakdown. As a result, even when the photograph pasted on the mul- 
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tilayered volume hologram structure is replaced by another photograph, such a photograph replacement can be 
detected by identifying the presence of the broken hologram. It is thus possible to make sure of prevention of falsifica- 
tion. With the label for making the fifth multilayered volume hologram structure, the fifth multilayered volume hologram 
structure can be easily prepared. 
5 One embodiment of a sixth multilayered volume hologram structure of the invention is characterized by comprising 
a substrate for a certificate or the like, and an adhesive layer, a volume hologram layer containing fine particles having 
an average primary particle size of 1 nm to 1 00 nm and used in an amount of 1 0 parts by weight to 1 00 parts by weight 
per 100 parts by weight of a photosensitive material, and a surface protective film laminated on said substrate in the 
described order. 

to This structure is also characterized in that said fine particles are each a fluorescent fine particle emitting fluores- 
cence upon irradiation with ultraviolet radiation. 

Another embodiment of the sixth multilayered volume hologram structure of the invention is characterized by com- 
prising a substrate for a certificate or the like, and an adhesive layer, a volume hologram layer containing plastic parti- 
cles or glass beads having a refractive index substantially equal to that of a photosensitive material and used in an 
75 amount of 1 0 parts by weight to 1 00 parts by weight per 1 00 parts by weight of said photosensitive material, and a sur- 
face protective film laminated on said substrate in the described order. 

The aforesaid sixth multilayered volume hologram structure is also characterized in that said volume hologram layer 
and said surface protective film are laminated together with an additional adhesive layer interleaved therebetween. 
One embodiment of a label fa making the sixth multilayered volume hologram structure is characterized by com- 
20 prising a release paper, and an adhesive layer, a volume hologram layer containing fine particles having an average pri- 
mary particle size of 1 nm to 100 nm and used in an amount of 10 parts by weight to 100 parts by weight per 100 parts 
by weight of a photosensitive material, and a surface protective film laminated on said release paper in the described 
order. 

This label is also characterized in that said fine particles are each a fluorescent fine particles emitting fluorescence 
25 upon irradiation with ultraviolet radiation. 

Another embodiment of the label for making the sixth multilayered volume hologram structure of the invention is 
characterized by comprising a release paper, and an adhesive layer, a volume hologram layer containing plastic parti- 
cles or glass beads having a refractive index substantially equal to that of a photosensitive material and used in an 
amount of 1 0 parts by weight to 1 00 parts by weight per 1 00 parts by weight of said photosensitive material, and a sur- 
30 face protective film laminated on said substrate in the described order. 

This label is also characterized in that said volume hologram layer and said surface protective film are laminated 
together with an additional adhesive layer interleaved therebetween. 

When the sixth multilayered volume hologram structure of the invention is forcibly delaminated, the volume holo- 
gram layer breaks sown. It is thus possible to make sure of prevention of falsification as by making a photograph 
35 replacement. With the label for making the sixth multilayered volume hologram structure, the sixth multilayered volume 
hologram structure can be easily prepared. 

One embodiment of a seventh multilayered volume hologram structure of the invention is characterized by compris- 
ing a substrate for a certificate or the like, and an adhesive layer, a volume hologram layer, a resin layer containing a 
monomer or a plasticizer and a surface protective film laminated on said substrate in the described order. 
40 This multilayered volume hologram structure is also characterized in that said resin layer containing a monomer or 
a plasticizer and said surface protective film are laminated together with an additional adhesive layer interleaved there- 
between. 

Another embodiment of the seventh multilayered volume hologram structure of the invention is characterized by 
comprising a substrate for a certificate or the like, and an adhesive layer, a volume hologram layer, a brittle layer, an 
45 adhesive layer and a surface protective film laminated on said substrate in the described order. 

One embodiment of a label for making the seventh multilayered volume hologram structure of the invention is char- 
acterized by comprising a release paper, and an adhesive layer, a volume hologram layer, a resin layer containing a 
monomer or a plasticizer and a surface protective film laminated on said release paper in the described order. 

This multilayered volume hologram structure is also characterized in that said monomer or plasticizer-containing 
50 resin layer and said surface protective film are laminated together with an additional adhesive layer interleaved there- 
between. 

Another embodiment of the label for making the seventh multilayered volume hologram structure of the invention is 
characterized by comprising a release paper, and an adhesive layer, a volume hologram layer, a brittle layer, an adhe- 
sive layer and a surface protective film laminated on said release paper in the described order. 
55 When the seventh multilayered volume hologram structure of the invention is forcibly delaminated, the volume holo- 
gram layer remains on the substrate such as a photograph. It is thus possible to make use of the brittleness of the holo- 
gram layer to ensure prevention of falsification as by making a photograph replacement With the label for making the 
seventh multilayered volume hologram structure, the seventh multilayered volume hologram structure can be easily pre- 
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pared. 

One embodiment of an eighth multilayered volume hologram structure of the invention is characterized by compris- 
ing a substrate for a certificate or the like, and a first adhesive layer, a volume hologram layer and a surface protective 
film laminated on said substrate in the described order, and further including between said volume hologram layer and 

5 said surface protective film a patterned area for varying relative adhesion between said volume hologram layer and said 
surface protective film in a site-dependent manner, so that upon an intentional release of a multilayer structure from said 
substrate, said volume hologram layer is broken or elongated while said volume hologram layer is separated into a por- 
tion adhering to said sUbstraie and a portion adhering to said surface protective film. 

This muttilayered volume hologram structure is also characterized in that upon irradiation with ultraviolet radiation 

10 or heating, one of said volume hologram layer or said surface protective film shows adhesion to the other or the relative 
adhesion between said volume hologram layer and said surface protective film decreases. 

Another embodiment of the eighth multilayered volume hologram structure of the invention is characterized by com- 
prising a substrate for a certificate or the like, and a first adhesive layer, a volume hologram layer, a second adhesive 
layer and a surface protective fflm laminated on said substrate in the described order, and further including between 

is said second adhesive layer and said surface protective film a patterned area for varying mutual adhesion between said 
second adhesive layer and said surface protective film in a site-dependent manner, so that upon an intentional release 
of an multilayer structure from said substrate, said volume hologram layer is broken or elongated while said volume 
hologram layer is separated into a portion adhering to said substrate and a portion adhering to said surface protective 
film. 

20 This multilayered volume hologram structure is also characterized in that sad patterned area for varying said adhe- 
sion in a site-dependent manner is a pattern of release agent layer. 

Further, this multilayered volume hologram structure is characterized in that said patterned area for varying said 
adhesion in a site-dependent manner is an adhesion-enhancing pattern of primer layer. 

Furthermore, this multilayered volume hologram structure is characterized in that said patterned area for varying 

25 said adhesion in a site-dependent manner is obtained by treating a surface of said surface protective film to be lami- 
nated in such a way that said surface is easily bondable. 

Yet another embodiment of the eighth multilayered volume hologram structure of the invention is characterized by 
comprising a substrate for a certificate or the like, and a first adhesive layer, a volume hologram layer, a second adhe- 
sive layer and a surface protective film laminated on said substrate in the described order, and further including 

30 between said first adhesive layer and said volume hologram layer a patterned area for varying relative adhesion 
between said first adhesive layer and said volume hologram layer in a site-dependent manner, so that upon an inten- 
tional release of a multilayer structure from said substrate, said volume hologram layer is broken or elongated while said 
volume hologram layer is separated into a portion adhering to said substrate and a portion adhering to said surface pro- 
tective film. 

35 One embodiment of a label for making the eighth multilayered volume hologram structure of the invention is a label 
used for making the aforesaid eighth multilayered volume hologram structure. The aforesaid label is characterized by 
comprising a release paper, and a first adhesive layer, a volume hologram layer and a surface protective film laminated 
on said substrate in the described order, and further including between said volume hologram layer and said surface 
protective film a patterned area for varying relative adhesion between said volume hologram layer and said surface pro- 

40 tective film in a site-dependent manner. This label is pasted on a substrate for a certificate or the like upon a release of 
said release paper therefrom. 

Another embodiment of the label for the eighth muttilayered volume hologram structure of the invention is a label 
used for making the second embodiment of the eighth multilayered volume hologram structure. The aforesaid label is 
characterized by comprising a release paper, and a first adhesive layer, a volume hologram layer, a second adhesive 

45 layer and a surface protective fflm laminated on said substrate in the described order, and further including between 
said second adhesive layer and said surface protective film a patterned area for varying relative adhesion between said 
second adhesive layer and said surface protective film in a site-dependent manner. This label is pasted on a substrate 
for a certificate or the like upon a release of said release paper therefrom. 

Yet another embodiment of the label for the eighth multilayered volume hologram structure of the invention is a label 

so used for making the third embodiment of the eighth multilayered volume hologram structure. The aforesaid label is char- 
acterized by comprising a release paper, and a first adhesive layer, a volume hologram layer, a second adhesive layer 
and a surface protective film laminated on said substrate in the described order, and further including between said first 
adhesive layer and said volume hologram layer a patterned area for varying relative adhesion between said second 
adhesive layer and said volume hologram layer in a site-dependent manner. This label is pasted on a substrate for a 

55 certificate or the like upon a release of said release paper therefrom. 

With the eighth multilayered volume hologram layer according to the invention, the volume hologram layer can 
break down certainly upon an intentional photograph replacement or falsification of an personal information area. It is 
thus possible to make sure of prevention of falsification. With the label for making the eighth muttilayered volume holo- 
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gram structure, the eighth multilayered volume hologram structure can be easily prepared. 

■ 

BRIEF DESCRIPTION OF THE DRAWINGS 

5 Figure 1 is a front schematic of one embodiment of the first multilayered volume hologram structure of the invention. 
Figure 2 is a sectional schematic taken along the lino A-A in Rg. 1. showing the first multilayered volume hologram 
structure of the invention. 

Figure 3 is a schematic illustrative of another embodiment of the first multilayered volume hologram structure of the 
invention. 

w Figure 4 is a schematic illustrative of how to release the first multilayered volume hologram structure of the inven- 
tion. 

Figure 5 is a schematic illustrative of how to release the first multilayered volume hologram structure of the inven- 
tion. 

Figure 6 is a sectional schematic illustrative of the label for making the first multilayered volume hologram structure 
1 s of the invention. 

Figure 7 is a sectional schematic illustrative of one embodiment of the second multilayered volume hologram struc- 
ture of the invention. 

Figure 8 is a sectional schematic illustrative of one embodiment of the second multilayered volume hologram struc- 
ture of the invention. 

20 Figure 9(a) is a sectional view illustrative of how to release the surface protective film from the second multilayered 
volume hologram structure of the invention, and Figure 9(b) is a perspective view illustrative of the same. 

Figure 10 is a sectional schematic illustrative of the label for making the second multilayered volume hologram 
structure of the invention. 

Figure 1 1 shows the results of measuring the state of changes in the peeling strength with which the surface pro- 
25 tective film is released from the multilayered volume hologram structure of the invention. 

Figure 12 is a sectional schematic illustrative of one embodiment of the third multilayered volume hologram struc- 
ture of the invention. 

Figure 13 is a sectional schematic illustrative of another embodiment of the third multilayered volume hologram 
structure of the invention. 

30 Figure 14 is a schematic illustrative of the heat-sealed portion in the second embodiment of the third multilayered 
volume hologram structure of the invention. 

Figure 15 is a schematic illustrative of one embodiment of the label for making the third multilayered volume holo- 
gram structure of the invention. 

Figure 16 is a schematic illustrative of another embodiment of the label for making the third multilayered volume 
35 hologram structure of the invention. 

Figure 1 7 is a schematic illustrative of the first embodiment of the fourth multilayered volume hologram structure of 
the invention. 

Figure 18 is a schematic illustrative of how the hologram 3 is released from the structure shown in Fig. 17(a) from 
a direction shown by B. 

40 Figure 1 9 is a schematic illustrative of the second embodiment of the fourth multilayered volume hologram structure 
of the invention. 

Figure 20 is a schematic illustrative of the third embodiment of the fourth multilayered volume hologram structure 
of the invention. 

Figure 21 is a schematic illustrative of the fourth embodiment of the fourth multilayered volume hologram structure 
45 of the invention. 

Figure 22 is a schematic illustrative of one embodiment of the fifth multilayered volume hologram structure of the 
invention. 

Figure 23 is a schematic illustrative of another embodiment of the fifth multilayered volume hologram structure of 
the invention. 

so Figure 24 is a schematic illustrative of the label for making the fifth multilayered volume hologram structure of the 
invention. 

Figure 25 is a schematic illustrative of the sixth multilayered volume hologram structure of the invention. 
Figure 26 is a schematic illustrative of the third embodiment of the sixth multilayered volume hologram structure of 
the invention. 

55 Figure 27 is a sectional schematic illustrative of the label for making the sixth multilayered volume hologram struc- 
ture of the invention. 

Figure 28 is a sectional schematic illustrative of one embodiment of the seventh multilayered volume hologram 
structure of the invention. 
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Figure 29 is a sectional schematic illustrative of another embodiment of the seventh multilayered volume hologram 
* structure of the invention. 

Figure 30 is a sectional schematic illustrative of the label for making the seventh multilayered volume hologram 
structure of the invention. 

5 Figure 31 is a schematic illustrative of the first embodiment of the eighth multilayered volume hologram structure of 
the invention. 

Figure 32 is a plan schematic illustrative of the patterned area for varying adhesion. 

Figure 33 is a schematic illustrative of the second embodiment of the eighth multilayered volume hologram struc- 
ture of the invention. 

10 Figure 34 is a schematic illustrative of the third embodiment of the eighth multilayered volume hologram structure 
of the invention. 

Figure 35 is a schematic illustrative of how to release the eighth multilayered volume hologram structure of the 
invention. 

Figure 36 is a sectional schematic illustrative of the label for making the eighth multilayered volume hologram struc- 
15 ture of the invention. 

Figure 37 is a schematic illustrative of how to record and reconstruct a Lippmann hologram. 

Figure 38 is a schematic illustrative of how to record and reconstruct a transmission type volume hologram. 

BEST MODE FOR CARRYING OUT THE INVENTION 

20 

The first multilayered volume hologram structure of the invention and the label for making the same are first 
explained. 

Fig. 1 is a front schematic illustrative of the first multilayered volume hologram structure of the invention, and Fig. 2 
is a sectional schematic taken along the A-A line in Fig. 1. Reference numeral 1 represents a first multilayered volume 

25 hologram structure , 2 a substrate for a certificate or the like, 3 paste for pasting a photograph or an information area 
on the multilayered volume hologram structure, 4 a photograph of face, 4* a personal information area, 5' a first adhesive 
layer, 6 a volume hologram layer, 7 a surface protective film, and 8 personal information. 

The multilayered volume hologram structure shown in Fig. 1 takes the form of a certificate for examination. The per- 
sonal information 8 such as a name and an examinee's number is put down on the substrate 2, and the photograph of 

30 face 4 and information area 4' are pasted on the substrate 2. Identifying data about the individual who carries the cer- 
tificate are born on the information area 4. The information area 4 in a seal form is pasted on the substrate 2, as in the 
case of the photograph. A school name or badge bearing hologram image is recorded on the volume hologram layer 6 
with interference fringes corresponding to a hologram interference pattern. 

In this regard, it is to be noted that the personal information 8 may be recorded at a position on which the hologram 

35 3 is to be pasted or other position. In other words, the personal information may be recorded at any desired position on 
the substrate 2 as occasion arises. This information may be recorded on the substrate 2 by known means such as 
handwriting, typing, and printing using toner, a thermal transfer ribbon, a type ribbon, and printing ink, for instance. The 
information may also be magnetically recorded. When the substrate 2 is formed of plastic or metal material, the infor- 
mation may be recorded thereon by embossing. 

40 In the first multilayered volume hologram structure of the invention, the photograph of face 4 and information area 
4' are pasted on the substrate 2 with photographic paste 3, as can be seen from Fig. 2. The first adhesive layer 5', vol- 
ume hologram layer 6 and surface protective film 7 are laminated on the substrate 2 and astride the photograph of face 
4 and information area 4* in the described order. 

For the substrate 2, a sheet or film form of paper, synthetic paper, synthetic resin or metal may be used. Use may 

45 also be made of a card such as an ID card or a booklet form of credit card or passport on which given pieces of infor- 
mation are recorded. The photographic paste 3 may have an adhesion strength with which the photograph 4 or infor- 
mation area 4' cannot be detached from the substrate 2 when a multilayer structure composed of the volume hologram 
layer and surface protective film is forcibly stripped from the substrate, and so may be generally available starch paste 
or synthetic paste. 

so For the photograph of face 4, known photographic materials represented by silver salt, sublimation transfer images, 
etc. may be used. Instead of the face of an individual, an image indicating the f inger print, palm print, etc. of the individ- 
ual may be used. When, for instance, the certificate is an admission certificate for a sport event or the like, monochro- 
matic or polychromatic numerals, characters, etc. may be indicated on the information area 4* of the certificate. 
Furthermore, the name of the site, whether or not the individual who carries the certificate is a player, qualifications, 

55 sponsor's instructions, etc. may be indicated on the information area 4'. 

The first adhesive layer 5' is re-bondable to the substrate 2 upon removal of the release paper (to be described 
later) from the label for making the first multi-layered volume hologram structure of the invention. For instance, this 
adhesive layer 5' is formed of acrylic resin, acrylic ester resin, and vinyl acetate resin or their copolymers as well as sty- 
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rejte-butadiene copolymer, natural rubber, casein, gelatin, rosin ester, terpene resin, phenolic resin, styrene resin, cou- 
marone-indene resin, polyvinyl ether, and silicone resin. The adhesive layer 5' may also be formed of adhesives based 
on a-cyanoacrylate, silicone, maleimide, styrol, polyolef in, resorcinol, and polyvinyl ether as well as heat-sealing adhe- 
sives such as ethylene-vinyi acetate copolymer resin, polyamide resin, polyester resin, polyethylene resin, ethyl ene-iso- 

5 butyl acrylate copolymer resin, butyral resin, polyvinyl acetate and its copolymer resin, cellulose derivatives, polymethyl 
metacrylate resin, polyvinyl ether resin, polyurethane resin, polycarbonate resin, polypropylene resin, epoxy resin, phe- 
nol resin, thermoplastic elastomers such as SBS, SIS, SEBS and SEPS, or reaction hot-melt resins. The adhesive layer 
has preferably a thickness of 4 urn to 20 jim. 

Known volume hologram recording materials such as silver halide materials, bichromated gelatin emulsions, pho- 

10 topolymerizable resins, and photo-crossiinking materials may be used for the recording material in the volume holo- 
gram layer 6. For the multilayered volume hologram structure of the invention, however, it is preferable to use a 
photosensitive material employed in dry type volume phase hologram recording applications, which comprises a matrix 
polymer, a photopolymerizable compound, a photopolymerization initiator and a sensitizing dye, because it is excellent 
in softness. 

is The photopolymerizable compounds used herein include photopolymerizable and photo-crosslinkable monomers, 
oligomers, and prepolymers having at least one ethyienically unsaturated bond per molecule as will be described later, 
and their mixtures. For instance, mention is made of unsaturated carbaxylic acids and their salts, esters of unsaturated 
carboxylic acids and aliphatic polyhydric alcohol compounds, and amide combinations of unsaturated carboxylic acids 
and aliphatic polyvalent amine compounds. 

20 Exemplary monomers of the unsaturated carboxylic acids are acrylic acid, methacrylic acid, itaconic acid, crotonic 
acid, isocrotonic acid, and maleic acid, which may have halogen substrtuents as in the case of chlorinated unsaturated 
carboxylic acids, brominated unsaturated carboxylic acids, and fluorinated unsaturated carboxylic acids. Exemplary 
salts of unsaturated carboxylic acids are sodium, and potassium salts of the aforesaid acids. 

Exemplary monomers for the esters of aliphatic polyhydric alcohol compounds and unsaturated carboxylic acids 

25 are acrylic esters such as ethylene glycol diacrylate, triethylene glycol diacrylate, 1 ,3-butanediol diacrytate, tetrameth- 
ylene glycol diacrylate, propylene glycol diacrylate, neopentyl glycol diacrylate, trimethylolpropane triacrylate, trimeth- 
ylolpropane tri(acryloytoxypropyl) ether, trimethyiolethane triacrylate, hexanediol diacrylate, 1 ,4-cyclohexanediol 
diacrylate, tetraethylene glycol diacrylate, pentaerythritol diacrylate, pentaerythritol triacrylate, pentaerythritol tetraacr- 
ylate, dipentaerythritol diacrylate, dipentaerythritol triacrylate, dipentaerythritol tetraacrylate, dipentaerythritol hexaacr- 

30 ylate, sorbitol triacrylate, sorbitol tetraacrylate, sorbitol pentaacrylate, sorbitol hexaacrylate. tri(acryloyloxyethyl) 
isocyanurate, polyester acrylate oligomer, 2-phenoxyethyl acrylate, 2-phenoxyethyi methacrylate, phenol ethoxytate 
monoacrylate, 2-(p-chlorophenoxy)ethyl acrylate, p-chlorophenyl acrylate, phenyl acrylate, 2-phenylethyl acrylate, (2- 
acryloxyethyl) ether of bisphenol A, ethoxylated bisphenol A diacrylate, 2-(1-naphthyloxy) ethyl acrylate. o-biphenyl 
methacrylate, and o-biphenyl acrylate. 

35 Exemplary monomers for the esters of aliphatic polyhydric alcohol compounds and unsaturated carboxylic acids 
are acrylic esters such as ethylene glycol diacrylate, triethylene glycol diacrylate, 1 ,3-butanediol diacrylate, tetrameth- 
ylene glycol diacrylate, propylene glycol diacrylate, neopentyl glycol diacrylate, trimethylolpropane triacrylate, trimeth- 
ylolpropane tri(acryioyloxypropyt) ether, trimethyiolethane acrylate, hexanediol diacrylate, 1 ,4-cyclohexanediol 
diacrylate, tetraethylene glycol diacrylate, pentaerythritol diacrylate, pentaerythritol triacrylate, pentaerythritol tetraacr- 

40 ylate, dipentaerythritol diacrylate, dipentaerythritol triacrylate, dipentaerythritol tetraacrylate, dipentaerythritol hexaacr- 
ylate, sorbitol triacrylate, sorbitol tetraacrylate, sorbitol pentaacrylate, sorbitol hexaacrylate, tri(acryloyloxyethyl) 
isocyanurate, and polyester acrylate oligomer. 

Exemplary methacrylic esters are tetramethylene glycol dimethacrylate, triethylene glycol dimethacrylate, neo- 
pentyl glycol dimethacrylate, trimethylolpropane trimethacrylate, trimethyiolethane trimethacrylate, ethylene glycol 

45 dimethacrylate, 1 ,3-butanediol dimethacrylate, hexanediol dimethacrylate. pentaerythritol dimethacrylate, pentaeryth- 
ritol trimethacrylate, pentaerythritol tetramethacrylate, dipentaerythritol dimethacrylate, dipentaerythritol hexamethacr- 
ylate, sorbitol trimethacrylate, sorbitol tetramethacrylate, bis-[p-(3-methacryloxy-2-hydroxypropoxy)phenylldi- 
methylmethane, bis-[p-(acryloxyethoxyphenyl] dimethylmethane, 2,2-bis(4-methaCTyloylaxyphenyl)propane. and meth- 
acrylic acid-2-naphthyl. 

so Exemplary itoconic esters are ethylene glycol diitaconate, propylene glycol diitaconate, 1 ,3-butanediol diitaconate, 
1 ,4-butanediol diitaconate, tetramethylene glycol diitaconate, pentaerythritol diitaconate, and sorbitol tetraitaconate. 

Exemplary crotonic esters are ethylene glycol dicrotonate, tetramethylene glycol clicrotonate, pentaerythritol dicro- 
tonate, and sorbitol tetracrotonate. 

Exemplary isocrotonic esters are ethylene glycol diisocrotonate, pentaerythritol diisocrotonate, and sorbitol tetrai- 
55 socrotonate. 

Exemplary maleic esters are ethylene glycol dimaleate, triethylene glycol dimaleate, pentaerythritol dimaleate. and 
sorbitol tetramateate. 

Exemplary halogenated unsaturated carboxylic acids are 2,2,3,3-tetrafluoropropyl acrylate, 1 H,1 H,2H,2H-heptade- 
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caflucsrodecyi acrylate, 2.2,3,3-tetrafluoropropyl methacryiate, 1HJH,2H,2H-heptadecafluorodecyl methacryiate, 
methacrylic acid-2,4,6-tribromophenyl, dibromoneopentyl dimethacrylate (NK Ester DBN. the trade name of the prod- 
uct made by Shin Nakamura Chemical Co., Ltd.), dibromopropyl acrylate (NK Ester A-DBP, the trade name of the prod- 
uct made by Shin Nakamura Chemical Co., Ltd.). dibromopropyl methacryiate (NK Ester DBP. the trade name of the 
product made by Shin Nakamura Chemical Co., Ltd.), methacrylic acid chloride, methacrylic acid^Ae-trichlorophenyl, 
p-ch!orostyrene, methyl-2-chloroacryiate, ethyl-2-chloroacrylate, n-butyl-2-chloroacrylate. tribromophenyl acrylate. and 
tetrabromophenol acrylate. 

Exemplary monomers for the amides of unsaturated carboxylic acids and aliphatic polyhydric amine compounds 
are methylene-bis(acrylamide), methylene-bis(methacrylamide), 1,6-hexamethylene-bis(acrylamide). 1 ,6-hexamethyl- 
ene-bis(methacrylamide), diethylenetriamine-tris(acrylamide), xylylene-bis(acrylamide), xylylene-bis(metrtacrylamide), 
N-phenylmethacrylamide, and diacetonacrylamide. 

Use may also be made of polyisocyanate compounds having at least two isocyanate groups per molecule as set 
forth in JP-B 48-41 708, and vinyl urethane compounds obtained by the addition of vinyl monomers having a hydroxy! 
group and containing at least two polymerizaWe vinyl groups per molecule, as represented by the following general for- 
mula: 



where R and R' each stands for hydrogen or a methyl group. 

Further, use may be made of urethane acrylates as set forth in JP-A 51-37193, and polyfunctional acrylates and 
methacrylates such as polyester acrylates, epoxy resins and (meth)acrylic acids set forth in JP-A 48-64183 and JP-B's 
49-43191 and 52-30490. 

Still further, use may be made of photopolymerizable monomers, and oligomers introduced in "Japan Bonding 
Industry Association", Vol. 20, No. 7, pp. 300 to 308. 

Still further, use may be made of phosphorus-containing monomers such as mono(2-acryloyloxyethyl) acid phos- 
phate, (Light Ester PA, the trade name of the product made by Kyoei-Sha Fats & Oils Chemical Co., Ltd.) and mono(2- 
methacrytoyloxyethyl) acid phosphate (Light Ester PA, the trade name of the product made by Kyoei-Sha Fats & Oils 
Chemical Co.. Ltd.), and epoxy acrylates such as Lipoxy VR-60 (the trade name of the product made by Showa Polymer 
Co.. Ltd.) and Lipoxy VR-90 (the trade name of the product made by Showa Polymer Co.. Ltd.). 

Still further, use may be made of NK Ester M-230G (the trade name of the product made by Shin Nakamura Chem- 
ical Co., Ltd.), and NK Ester 23G (the trade mane of the product made by Shin Nakamura Chemical Co., Ltd.). 

Still further, use may be made of triacrylates having the following structural formula: 



(Alonix M-315, the trade name of the product made by Toa Synthesis Chemical Co.. Ltd.. and having the following struc- 
tural formula: 



CH2=C(R)COOCH 2 CH(R0OH 




CKaCH»COOCH-CHa 




O 



CHiCHtO(CHa)$OCOCH-CHi 
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(Aionix M-325, the trade name of the product made by Toa Synthesis Chemical Co., Ltd.). Use may also be made of 
2.2*-bis(4-acryloxy •diethoxyphenyl)propane (NK Ester A-BPE-4, the trade name of the product made by Shin-Naka- 
mura Chemical Co., Ltd.), and tetramethyloimethane tetraacrylate (NK Ester A-TMMT, the trade name of the product 
made by Shin-Nakamura Chemical Co., Ltd.). 

Exemplary photopolymerization initiators used in initiator systems are 1 ,3<Ji(t-buthyIdioxycarbonyl)ben2ophenone, 
3 t 3\4,4'-tetrakis{t-buthyldiQxycarbonyl)ben20phenone. N-phenyiglycine r 2 : 4 : 6-tris(tridiloram^hyl)-s-tria7tne ( 3-ph«nyl- 
S-isooxazoIone, 2-mercaptobenzimidazole, and imidazole dimers. In view of the stabilization of the recorded hologram, 
the photopolymerization initiator should preferably be decomposed after the recording of the hologram. For instance, 
an organic peroxide type initiator is easily decomposed by irradiation with ultraviolet radiation, and so is preferably used 
in the practice of the invention. 

Exemplary sensitizing dyes are thiopyryiium salt dyes, merocyanine dyes, quinoline dyes, styrylquinoline dyes, 
keto-coumarin dye, thioxanthene dyes, xanthene dyes, oxonol dyes, cyanine dyes, rhodamine dyes, pyryiium ion dyes, 
and diphenyliodonium ion dyes, all showing light absorption at 350 to 600 nm wavelengths. Sensitizing dyes showing 
light absorption at wavelength of up to 350 nm, and at least 600 nm, too, may be used. 

Examples of the polymer matrix that is a binder resin are polymethacrylic ester or its partial hydrolyzate, polyvinyl 
acetate or its hydrolyzate, polyvinyl alcohol or its partially acetalized product triacetyl cellulose, polyisoprene, polybuta- 
diene, polychloroprene, silicone rubber, polystyrene, polyvinyl butyral, polyvinyl chloride, chlorinated polyethylene, chlo- 
rinated polypropylene, poiy-N-vinylcarbazole or its derivative, poly-N-vinylpyrrolidone or its derivative, a copolymer of 
styrene and maleic anhydride or its half ester, and a copolymer containing at least one polymerization component 
selected from the group consisting of copdymerizable monomers such as acrylic acid, acrylic ester, methacrylic acid, 
methacrylic ester, acrylamide, acrylnrtrile. ethylene, propylene, vinyl chloride and vinyl acetate, or mixtures thereof. 
Among these, it is preferable to use polyisoprene, polybutadiene, polychloroprene, polyvinyl alcohol, polyvinyl acetal 
that is partially acetalized product of polyvinyl alcohol, polyvinyl buryral, polyvinyl acetate, an ethylene-vinyl acetate 
copolymer, a vinyl chloride-vinyl acetate copolymer or mixtures thereof. 

The recorded hologram is stabilized at a monomer migration step by heating. To this end, the matrix polymer has 
preferably a relatively low glass transition temperature at which monomer migration takes place readily. 

The photopolymerizable compound is used in an amount of 1 0 parts by weight to 1 ,000 parts by weight and pref- 
erably 10 parts by weight to 100 parts by weight per 100 parts by weight of binder resin. 

The photopolymerization initiator is used in an amount of 1 part by weight to 10 parts by weight and preferably 5 
parts by weight to 10 parts by weight per 100 parts by weight of binder resin. 

The sensitizing dye is used in an amount of 0.01 part by weight to 1 part by weight, and preferably 0.01 part by 
weight to 0.5 parts by weight per 100 parts by weight of binder resin. 

Other photosensitive material components, for instance, are plasticizers, glycerin, diethyiene glycol, triethylene gly- 
col, various nonionic surfactants, anionic surfactants, and cationic surfactants. 

The hologram recording material is dissolved in acetone, methyl ethyl ketone, methyl isobutyl ketone, cyclohex- 
anone, benzene, toluene, xylene, chlorobenzene. tetrahydrofuran, methyl cellosolve, ethyl cellosolve, methyl cellosolve 
acetate, ethyl cellosolve acetate, ethyl acetate, 1,4-dioxane, 1,2-dichloroethane, dichloromethane, chloroform, metha- 
nol, and isopropanol or a mixed solvent thereof to form a coating solution having a solids content of 15% to 25%. 

For such a coating solution, for instance, Omnidex 352 and Omnidex 706, Du Pont, are used. 

The hologram recording layer has a thickness of 0.1 nm to 50 urn, and preferably 5 jim to 20 nm. 

Before the hologram recording layer is built in the multilayered volume hologram structure, it is coated on a provi- 
sional substrate at a post-drying thickness of 1 nm to 100 jim, and preferably 4 um to 20 ym. Used for the provisional 
substrate are a glass plate, an acrylic plate, a polycarbonate plate, a polyethylene plate, a polypropylene plate, a poly- 
ethylene terephthalate plate, and a polystyrene plate, all having a thickness of 0.01 mm to 100 mm, and preferably 1 
mm to 5 mm. Among these, it is preferable to use the glass, acrylic, and polycarbonate plate because they have suffi- 
cient mechanical strength, a low index of double refraction, and high transparency. For the provisional plate, a film pre- 
viously coated with a photosensitive material may also be used. 

A protective layer is provided on the hologram recording layer. The protective layer may be formed by laminating 
together transparent resin films that are of good weather resistance and have a thickness of 0.001 mm to 10 mm, and 
preferably 0.01 mm to 0.1 mm, typically polyethylene terephthalate films, polyethylene films, polypropylene films, poly- 
vinyl chloride films, acrylic films, polyacetyl cellulose films, and cellulose acetate butyrate films, using rubber rollers. 
Alternatively, the protective layer may be formed by the spin coating of film forming materials such as triacetyl cellulose, 
polyvinyl alcohol, and polymethyl methacrylate. 

As is the case with a conventional dry hologram-making process, a hologram is recorded in the volume hologram 
layer by steps of recording interference fringes in the hologram recording layer, using two-beam laser light such as 
argon light, and laser light (of 514.5 nm wavelength) with a Lippmann type hologram making system, decomposing a 
photopolymerization initiator by irradiation with ultraviolet radiation of 0.1 mJ/cm 2 to 10,000 mJ/cm 2 , and preferably 10 
mj/cm 2 to 1 .000 mJ/cm 2 from a light source such as an ultra high pressure mercury-vapor lamp, a high pressure mer- 
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cury-yapor lamp, a carbon arc lamp, a xenon arc lamp, and a metal halide lamp, and thermally treating a photopolym- 
erizable compound (e.g., at 120°C for 120 minutes) for diffusion and migration, so that a stable hologram can be 
formed. 

To record the hologram in the hologram recording layer, the aforesaid volume hologram recording material is 
coated on a substrate film, so that interference fringes corresponding to the wavefront of light from an object is recorded 
in the layer in the form of transmittance modulation or refractive index modulation. Alternatively while an ™in\na\ volume 
hoiogram piate is in dose contact with the hologram recording layer, the hologram recording layer is exposed to light 
and developed, so that the volume hologram is replicated and thereby recorded therein. 

The hologram is preferably free of surface asperities, and so it is preferable to use a reflection type volume holo- 
gram (Lippmann hologram) or a transmission type volume hologram. 

A Lippmann hologram is here explained. The Lippmann hologram is recorded using such an arrangement as 
shown in Fig. 37(a), and reconstructed on such principles as illustrated in Fig. 37(b). More specifically, coherent object 
light 111 bearing information about the object O to be recorded is incident on one side of a hologram photosensitive 
material 110 and, at the same time, coherent reference light 112 of the same wavelength is incident on the opposite 
side of the material 1 1 0 at a given angle of incidence. Thereupon, the object light 1 1 1 and the reference light 1 1 2 inter- 
fere with each other in the hologram photosensitive material 1 10, so that the Lippmann hologram (a volume type holo- 
gram interference fringes) is recorded therein. To reconstruct this hologram, one side of a material 120 with the 
Lippmann hologram recorded therein (the hologram photosensitive material 110) is irradiated with reconstructing illu- 
mination light 122 from the same direction as that of the reference light 112 used for recording the hologram. There- 
upon, the incident light is diffracted by the recorded volume type hologram interference fringes. The diffracted light 123 
is diffracted in the same direction as that of the light emitted from the position of the object O to be recorded, so that an 
image O' is reconstructed at the original position of the object O. Alternatively, the opposite side of the material 120 is 
irradiated with the reconstructing illumination light 122 propagating in an opposite direction to the reference light 112 
used for recording the hologram, so that the image O* is reconstructed at the original position of the object O. In either 
case, the Lippmann hologram can reconstruct an image of a three-dimensional object recorded therein or a two<Iimen- 
sional pattern recorded therein in a given space. 

Such a Lippmann hologram has some characteristic features of being capable of reconstructing the recorded 
image by ambient light such as indoor illumination light recording and reconstructing a three-dimensional object and 
recording an object in a multiple manner, and having wavelength selectivity and angle selectivity. 

When the Lippmann hologram is used, therefore, the pattern recorded therein can be observed by illumination light 
as a specific colored pattern existing in the air. 

Then, a transmission type volume hologram is explained. The transmission type volume hologram is recorded 
using such an arrangement as shown in Fig. 38(a), and reconstructed on such principles as illustrated in Fig. 38(b). An 
image is recorded by striking coherent object light 131 bearing information about the object O to be recorded on one 
side of a hologram photosensitive material 130 of some thickness and, at the same time, striking coherent reference 
light 132 of the same wavelength on the same side of the material 130 at a given angle of incidence, so that the object 
light 131 and the reference light 132 interfere with each other in the material 130 to record a volume type of hologram 
interference fringes therein. 

For hologram reconstruction, a material 140 with the image recorded therein (the hologram photosensitive material 
130) is irradiated with reconstructing illumination light 132 from the same direction as that of the reference light 132 
used for recording the image. Thereupon, the incident light is diffracted by the recorded volume type hologram interfer- 
ence fringes. The diffracted light 133 is diffracted in the same direction as that of the light emitted from the position of 
the object O to be recorded, so that an image O' is reconstructed at the original position of the object O. Alternatively, 
the opposite side of the material 140 is irradiated with the reconstructing illumination light 132 propagating in an oppo- 
site direction to the reference light 132 used for recording the hologram, so that the image O* is reconstructed at the 
original position of the object O. 

In the invention, it is acceptable to use a reflection type hologram obtained by evaporating a reflecting layer on the 
back side of the transmission type volume hologram. 

The surface protective film 7, for instance, may be formed of polyethylene, polypropylene, polyethylene fluoride, 
polyvinylidene fluoride, polyvinyl chloride, polyvinylidene chloride, ethylene-vinyi alcohol, polyvinyl alcohol, polymethyl 
methacrylate. polyether suHbne, polyether ketone, polyamide, tetrafluoroethylene-perfluoroalkylvinyl ether copolymers, 
polyethylene terephthalate. and polyimide, and has a thickness of 2 urn to 200 urn, and preferable 10 urn to 50 urn. 

Although not illustrated, it is preferable that the surface protective film 7 is subjected thereon with a hard coat treat- 
ment, if required, for the purpose of improving the surface protective properties of the surface protective film 7. The hard 
coat treatment is preferably carried out by the dipping, spray, and roll coating of materials based on silicone, fluorine- 
containing silicone, melamine alkyd, and urethane acrytate (of the ultraviolet radiation curing type), thereby obtaining a 
post-drying film thickness of 1 urn to 50 um, and preferably 3 urn to 25 urn. 

Although not illustrated, the surface of the surface protective film 7 or the surface of the hard coat film is preferably 
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subjected to a releasing treatment for the purpose of prevent any intentional release thereof. The surface protective film 
or the hard coat film thereof may otherwise be released by pasting a high rigidity film thereon and peeling off it. For this 
purpose, release agents such as fluorine release agents, silicone release agents, stearate release agents, and wax 
release agents may be provided by suitable coating techniques such as dipping coating, spray coating, and roll coating. 
5 Although again not illustrated, the surface or hard coat treated surface of the surface protective film 7 is preferably 
subjected to a release treatment for the purpose of preventing a relpjiRe thereof by peeling a high rigidity film applied 
thereon, thereby preventing falsification. The release treatment may be earned out by the dipping coating, spray coat- 
ing, and roll coating of a fluorine release agent a silicone release agent, a stearate release agent, and a wax release 
agent 

10 Preferably, the adhesive layers, volume hologram layer and surface protective film should be all transparent. 

The object of the f irst muftilayered volume hologram structure of the invention that has such a multilayer structure 
as mentioned above is to certainly break the volume hologram layer, for instance, upon an intentional release of the sur- 
face protective film, thereby ensuring prevention of falsification such as a photograph replacement. 

When the peeling strength between the surface protective film 7 and the volume hologram layer 6 is weak, the vol- 
ts ume hologram layer is exposed upon a release of the surface protective film 7. Since the volume hologram layer 6 is 
composed of acrylic resin or gelatin and so is brittle, it can break down immediately after the photograph is stripped off. 
thereby achieving reliable prevention of falsification. If this peeling strength should be strong, however, the volume holo- 
gram layer would be released following the release of the surface protective film. 

When the surface protective film contains a plastictzer, a second adhesive layer 5" is interleaved between the sur- 
20 face protective film 7 and the volume hologram layer 6 as shown in Fig. 3. thereby preventing the migration of the plas- 
ticizer from having any influence on the hologram recorded in the volume hologram layer. If the adhesive strength of the 
second adhesive layer 5" should be stronger than that of the first adhesive layer 5\ however, the volume hologram layer 
would be released following a release of the surface protective film, as mentioned just above. 

To achieve the aforesaid object the peeling strength, with which the multilayer structure comprising first adhesive 
25 layer SVvolume hologram layer 6/surface protective layer 7 as shown in Fig. 2 or the multilayer structure comprising first 
adhesive layer 5'A/olume hologram layer 6/second adhesive layer 57surface protective layer 7 as shown in Fig. 3 is 
released from the associated substrate 2, should be greater than the breaking strength or tensile strength at 1% elon- 
gation of each multilayer structure. In the present disclosure, each multilayer structure will be called the multilayer struc- 
ture to be released. 

30 The peeling strength (Kg/25 mm) with which the multilayer structure is released from the substrate is determined 
by the 180° peeling test according to JIS Z0237 (using a tensile compression testing machine, e.g.. model SV-201-E 
made by Konno Seisakusho Co., Ltd.) under the following measuring conditions: 

Measuring atmosphere: 20°C x 65% RH 
35 Test piece: 25 mm width 

Lamination: Press lamination by one reciprocation of rubber roller 

Lamination time: 60 minutes after lamination 

Peel angle: 180° 
Peeling rate: 250 mm/min. 

40 

In the invention, it is preferable that the peeling strength of the multilayer structure is in the range of 0.1 Kg/25 mm 
to 5.0 Kg/25 mm, and especially 1 Kg/25 mm to 3 Kg/25 mm. A multilayer structure having a peeling strength of lower 
than 0.1 Kg/25 mm is practically unacceptable, because it is too brittle to be laminated on a photograph in view of its 
breaking strength, as will be described later. The upper limit of 5.0 Kg/25 mm is determined by an upper limit on the 
45 adhesive force of the adhesive agent having rebondability. 

When the multilayer structure is released from the substrate, it is required that the multilayer structure breakdown 
or show an elongation of at least 1%. The breaking strength or tensile strength at 1% elongation of the multilayer struc- 
ture to be released is measured according to JIS K71 27-1 989, using a tensile compression testing machine, e.g., model 
SV-201 -E made by Konno Seisakusho Co., Ltd. under the following measuring conditions: 

50 

Measuring atmosphere: 25 °C x RH 50% 
Test piece: 25 mm width 

Rate of pulling: 200 mm/min. 

55 In the first multilayered volume hologram structure of the invention, the breaking strength or tensile strength at 1% 
elongation of the multilayer structure to be released is in the range of 0.01 Kg/mm 2 to 5 Kg/mm 2 , and preferably 0.03 
Kg/mm 2 to 3 Kg/mm 2 , as can be seen from Fig. 4 wherein the breakdown of the multilayer structure is indicated by an 
arrow, and as can be seen from Fig. 5 wherein how the multilayer structure is elongated is indicated by an arrow. When 
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the breaking strength or tensile strength at 1% elongation is below 0.01 Kg/mm 2 , the multilayer structure to be released 
is too brittle to be laminated on a photograph. When the upper limit of 5.0 Kg/mm 2 is exceeded, on the other hand, it is 
impossible to achieve a complete breakdown of the volume hologram layer because the volume hologram layer follows 
a release of the surface protective film. 

5 In the first multilayered volume hologram structure of the invention, it is essentially required that the peeling 
ctrAnfrth ; with which the multilayer structure comprising a volume hologram layer and a surface protective film is 
released from the substrate, be in the range of 0. 1 Kg/25 mm to 5.0 Kg/25 mm, the breaking strength or tensile strength 
at 1% elongation of the multilayer structure be in the range of 0.01 Kg/mm 2 to 5.0 Kg/mm 2 , and the peeling strength, 
with which the multilayer structure comprising a volume hologram layer and a surface protective film is released from 

10 the substrate, be greater than the breaking strength or tensile strength at 1 % elongation of the multilayer structure oom- 
prising a volume hologram layer and a surface protective film. This ensures a complete breakdown or an at least 1% 
elongation of the multilayer structure comprising a volume hologram layer and a surface protective film upon a release 
of the multilayer structure from the substrate, so that a complete breakdown of the recorded hologram is achievable. In 
the invention, either one of the breaking strength or tensile strength at 1% elongation of the multilayer structure to be 

is released may be in the aforesaid range. 

It is here to be noted that both the adhesive layer and volume hologram layer in the multilayer structure are very 
soft, and so the breaking strength or tensile strength at 1% elongation of the multilayer structure depends on the break- 
ing strength or tensile strength at 1% elongation of the surface protective film 7. When the multilayer structure is 
designed, therefore, it is preferable to take the breaking strength or tensile strength at 1% elongation of the surface pro- 

20 tective film into consideration. 

For the surface protective film 7, for instance, any one of polyethylene film (PE), polypropylene film (PP), ethylene- 
vinyl alcohol copolymer film (EVOH), polyvinyl alcohol film (PVA). polymethyl methacrylate film (PMMA), polyether sul- 
fone fflm (PES), polyamide film (nylon film), and tetrafluoroethylene-perfluoroalkytvinyl ether copolymer fflm (PFA) is 
preferably selected from the surface protective films already mentioned while care is taken of peeling strength. It is thus 

25 possible to impart preferable breaking strength or tensile strength at 1% elongation to the multilayer structure to be 
released. 

For reference, the breaking strength (Kg/mm 2 ) and tensile strength at 1% elongation (Kg/mm 2 ) of these plastic 
films are shown in Table 1 given below. However, it is to be noted that these values vary slightly depending on the 
degree of elongation. If required, consult generally available data. In Table 1 , MD and TD are values as measured in the 
30 lengthwise and widthwise directions of film, respectively. The breaking strength and tensile strength at 1% elongation 
of polyimide film (PI), polyethylene terephthalate film (PET) and polyether ether ketone film (PEEK) are also shown in 
Table 1. 
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PE 
PP 

EVOH 

PVA 

PMMA 

PES 
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PFA 



PI 

PET 
PEEK 



Breaking 



MD:2.14 
MD: 5.0 
MD: 9.0 
MD: 5.5 



Tablet 
Strength 



TD: 2.05 
TD: 2.5 
TD: 4.0 
TD:5.5 



3.0 
8.5 



MD:22 
MD: 4.0 



TD: 28 
TD: 3.5 



17.6 



MD:20 



TD:22 
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Tensile Strength at 1% Elon- 
gation 



MD: 0.65 
MD: 2.2 
MD: 0.25 



TD: 0.5 
TD: 2.2 
TD: 0.25 



1.2 
2.2 



MD: 1.6 
MD:0.49 



TD: 1.1 
TD: 0.47 



3.0 

MD:4.0 | TD:4.1 
3.0 



One exemplary layer structure in section of the label used for the fabrication of the first multilayered volume holo- 
gram structure of the invention is explained with reference to Figs. 6(a) and 6(b). 

In the drawings, 1 0 represents a multilayered volume hologram structure-making label, and 1 1 stands for a release 
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paper. The same numerals as in Figs. 2 and 3 incficate the same parts. 

The label 10 shown in Fig. 6(a) is a label for the fabrication of the first multilayered volume hologram structure, 
which comprises a first adhesive layer 5\ a volume hologram layer 6 and a surface protective f Om 7 laminated on the 
release paper 1 1 in the described order. 

5 For the release paper 1 1 , not only ordinary release paper but also a releasable film obtained by the release treat- 
ment of the surface of a polyethylene terephthalate f Om with a fluorine or silicone release agent may ha hrrH Preferably 
but not exclusively, the back surface of the release paper that does not oppose to the adhesive layer is subjected to a 
release treatment to avoid blocking due to a portion of the adhesive agent forced out of the side of the label. To release 
a multilayer structure of suitable size from the release paper, the release paper may be subjected to so-called "half die 

jo cutting" at only an area with the multilayer structure laminated thereon. Alternatively, it is acceptable to provide perfora- 
tions or other cuts in the release paper. 

Upon removal of the release paper 1 1 , the exposed first adhesive layer 5* of the label 1 0 is put on a substrate 2 with 
a photograph, eta pasted thereon, so that a multilayered volume hologram structure as shown in Fig. 2 can be fabri- 
cated. 

is The label shown in Fig. 6(b) comprises a first adhesive layer 5\ a volume hologram layer 6, a second adhesive layer 
5" and a surface protective layer 7 laminated on the release paper 1 1 in the described order. As in Fig. 6(a), the release 
paper 1 1 is removed from the label 10 to put the exposed first adhesive layer 5' of the label 10 on a substrate 2 with a 
photograph, etc. pasted thereon, so that a multilayered volume hologram structure as shown in Fig. 3 can be fabricated. 
Thus, the label for the fabrication of the first multilayered volume hologram structure is useful for the fabrication of 
20 the first multilayered volume hologram structure. 

In what follows, the first multilayered volume hologram structure of the invention and the label for making the same 
will be explained with reference to illustrative examples 1 to 3, and comparative example 1 . 

Illustrative Example 1 

25 

Preparation of Hologra m-Recorded Material 

A Lippmann hologram was recorded on a hologram recording medium obtained by laminating a hologram record- 
ing material layer (a 20 urn thick Omnidex 706 made by Du Pont) and a polyvinyl chloride film on a polyethylene tereph- 
30 thalate film in the described order. 

Preparation of Silicone Separator/Adhesive Laver 

An adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
35 urn thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 10 \im. 

Preparation of Surface Protective Rim/Adhesive Laver/Silicone Separator 

An adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
40 pjn thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 10 um, and a non-stretched ethyl- 
ene-vinyl alcohol copolymer film (a 1 2 urn thick Eva! EF-F made by Kuraray Co., Ltd.) was then laminated on the surface 
of the adhesive layer. 

The surface of the ethylene-vinyl alcohol copolymer film was spray coated with a fluorine release agent (Mold Spat 
K681 made by Asahi Glass Co., Ltd.) for release treatment. 

45 

Preparation of Multilay ered Volume Hologram Structure-Making Label 

The polyvinyl chloride film was removed from the aforesaid hologram recording material, and the aforesaid silicone 
separator/adhesive layer was laminated on the hologram recording material to obtain a PET fflm/hologram layer/adhe- 
so sive layer/silicone separator multilayered structure. 

The PET film was removed from this multilayered structure while the silicone separator was removed from the 
aforesaid surface protective layer/adhesive layer/silicone separator structure. Then, lamination was carried out to obtain 
a label for the fabrication of the multilayered volume hologram structure of the invention, which comprised a surface pro- 
tective film/adhesive layer/hologram layer/adhesive layer/silicone separator structure. 
55 The breaking strength of this label from which the silicone separator was removed was found to be MD = 10 
Kg/mm 2 and TD = 5.2 Kg/mm 2 as measured according to JIS K7127-1989. 

For reference, the breaking strength of the non-stretched ethylene-vinyl alcohol copolymer film (a 12 u/n thick Eva! 
EF-F made by Kuraray Co., Ltd.) used as the surface protective film was MD = 8.7 Kg/mm 2 and TD = 4.1 Kg/mm 2 , as 
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similarly measured. 

Preparation of Muftilavered Vblume Hologram Structure 

The label, from which the silicone separator was removed, was laminated at the adhesive layer on a photograph 
and Irifc^rnation area-hearing substrate. After the obtained multilavered structure was permitted to stand alone for 24 
hours, a surface protective film/volume hologram layer structure was forcibly removed from the multilayered structure. 
However, it was found that the surface protective film fractured with a breakdown of the volume hologram layer. 

Measurement of Peeling Strength 

A label for the fabrication of the multilayered volume hologram structure was prepared as in illustrative example 1 
with the exception that the following structure was used instead of the aforesaid surface protective film/adhesive 
layer/silicone separator structure. That is, an adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co.. Lid.) was 
coated on a silicone separator (a 50 urn thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 
10 jim, and an easily bondable polyester film (a 50 jim thick HP-7 made by Teijin Limited) was laminated on the surface 
of the adhesive agent layer. As in illustrative example 1 , release treatment was applied to the surface of this polyester 
film. 

This label, from which the silicone separator was removed, was laminated on a photograph and information area- 
bearing substrate, and allowed to stand alone for 24 hours. The peeling strength of the multilayered structure was found 
to be 3. 1 Kg/25 mm, as measured by the 1 80° peeling test according to J IS Z0237. It is here to be noted that the volume 
hologram layer peeled off following the PET f 0m. 

Illustrative Example 2 

A label for the fabrication of the multilayered volume hologram structure was prepared as in illustrative example 1 
with the exception that the following structure was used instead of the aforesaid surface protective film/adhesive 
layer/silicone separator structure. That is, an adhesive agent (Nissetsu KP-981 made by Nippon Carbide Co.. Ltd.) was 
coated on a silicone separator (a 50 jim thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 
10 jim. and a non-stretched polypropylene film (a 50 jim thick Torcero CP-SC made by Tokyo Cellophane Paper Co., 
Ltd.) was laminated on the surface of the adhesive layer. As in illustrative example 1 , release treatment was applied to 
the surface of this polypropylene film. 

The tensile strength at 1% elongation of the label, from which the silicone separator was removed, was found to be 
MD = 0.78 Kg/mm 2 , as measured according to JIS K7127-1989. For reference, the tensile strength at 1% elongation of 
the non-stretched polypropylene film (a 50 *nn thick Torcero CP-SC made by Tokyo Cellophane Pap©- Co., lid.) used 
as the surface protective film was 0.1 1 Kg/mm 2 , as similarly measured. 

Preparation of Multilayered Volume Hologram Structure 

The label, from which the silicone separator was removed, was laminated at the adhesive layer on a photograph 
and information area-bearing substrate. After the obtained multilayered structure was permitted to stand alone for 24 
hours, a surface protective film/volume hologram layer structure was forcibly removed from the multilayered structure. 
However, it was found that the surface protective film elongated with an elongation of the volume hologram layer; it was 
absolutely impossible to achieve hologram reconstruction. 

Illustrative Example 3 

A label for the fabrication of the multilayered volume hologram structure was prepared as in illustrative example 1 
with the exception that the following structure was used instead of the aforesaid surface protective film/adhesive 
layer/silicone separator structure. That is, an adhesive agent (Nissetsu KP-981 made by Nippon Carbide Co., Lid.) was 
coated on a silicone separator (a 50 *im thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 
10 jim, and an extruded polyvinyl chloride film (a 50 jim thick film made by Riken Vinyl Industries Co., Ltd.) was lami- 
nated on the surface of the adhesive layer. As in illustrative example 1 , release treatment was applied to the surface of 
this polyvinyl chloride film. 

The tensile strength at 1% elongation of the label, from which the silicone separator was removed, was found to be 
MD = 0.1 1 Kg/mm 2 , as measured according to JIS K7127-1 989. For reference, the tensile strength at 1% elongation of 
the extruded polyvinyl chloride film (a 50 jim thick film made by Riken Vinyl Industries Co., Ltd.) used as the surface 
protective film was 0.03 Kg/mm 2 , as similarly measured. 
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Preparation of Multiiayered Volume Hologram Structure 

The label, from which the silicone separator was removed, was laminated at the adhesive layer on a photograph 
and information area-bearing substrate. After the obtained multiiayered structure was permitted to stand alone for 24 
5 hours, a surface protective film/volume hologram layer structure was forcibly removed from the multiiayered structure, 
u^ummr lAiae frwjnH that the cijrfar.fi protective film elongated with an elongation of the volume hologram layer; it was 
absolutely impossible to achieve hologram reconstruction. 



Comparative Example 1 

70 

A label for the fabrication of the multiiayered volume hologram structure was prepared as in illustrative example 1 
with the exception that the following structure was used instead of the aforesaid surface protective film/adhesive 
layer/silicone separator structure. That is, an adhesive agent (Nissetsu PE-1 1 8 made by Nippon Carbide Co., Ltd.) was 
coated on a silicone separator (a 50 um thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 
is 1 0 jim, and an easily bondaWe polyester film (a 50 um thick HP-7 made by Teijin Limited) was laminated on the surface 
of the adhesive agent layer. As in illustrative example 1 , release treatment was applied to the surface of this polyester 
film. 

The breaking strength of the label, from which the silicone separator was removed, was found to be 21 .9 Kg/mnr , 
as measured according to JIS K7127-1989. For reference, the breaking strength of the bondaWe polyester film (a 50 
20 ujti thick HP-7 made by Teijin Limited) used as the surface protective film was 21 Kg/mm 2 , as measured in a similar 
manner. 



Preparation of Multiiaye red Volume Hologram Structure 

25 The label, from which the silicone separator was removed, was laminated at the adhesive layer on a photograph 
and information area-bearing substrate. After the obtained multiiayered structure was permitted to stand alone for 24 
hours, the surface protective f i!mM>lume hologram layer structure was forcibly stripped from the multiiayered structure. 
The multilayer structure could barely be released from the latter although it was difficult to release the former from the 
adhesive layer interface due to the rigidity of the surface protective f flm. However, there was no significant damage to 

30 the hologram layer. 

Then, the second multiiayered volume hologram structure of the invention and the label for making the same are 
explained. 

The second multiiayered volume hologram structure of the invention is explained with reference to Fig. 1 that is a 
front view of the first multiiayered volume hologram structure of the invention. It is here to be noted that Fig. 7 is a sec- 
35 tional view of the second multiiayered volume hologram structure as taken along the A-A line in Fig. 1 , and Fig. 8 is a 
sectional view illustrative of another embodiment of the second multiiayered volume hologram structure. 

In Figs. 7 and 8, a third adhesive layer and a colored sheet are indicated at 5 and 9, respectively, and other refer- 
ence numerals have the same meanings as mentioned in conjunction with the first multiiayered volume hologram struc- 
ture of the invention. 

40 What is explained in conjunction with Fig. 1 is the same as explained in conjunction with the first multiiayered vol- 
ume hologram structure of the invention. 

As shown in Rg. 7, the second multiiayered volume hologram structure comprises a substrate 2 and a photograph 
of face or information area 4 pasted on the substrate 2 with a photographic paste 3. A first adhesive layer 5\ a volume 
hologram layer 6, a second adhesive layer 5" and a surface protective film 7 are laminated on the substrate 2 and 
45 astride the photograph of face 4 in the described order. 

The substrate 2, photographic paste 3, photograph of face or information area 4, volume hologram layer 6 and sur- 
face protective film 7 are the same as those used with the first multiiayered volume hologram structure of the invention. 

For the first adhesive layer 5' in the second multi-layered volume hologram structure of the invention, for instance, 
use may be made of acrylic resin, acrylic ester resin, and vinyl acetate resin or their copolymers as well as styrene-buta- 
so diene copolymer, natural rubber, casein, gelatin, rosin ester, terpene resin, phenolic resin, styrene resin, coumarone- 
indene resin, polyvinyl ether, and silicone resin. The adhesive layer 5' may also be formed of adhesives based on a- 
cyanoacrylate, silicone, maleimide, styrol, polyolefin, resorcinol, and polyvinyl ether as well as heat sealing adhesives 
such as ethylene-vinyl acetate copolymer resin, polyamide resin, polyester resin, polyethylene resin, ethylene-isobutyl 
acryiate copolymer resin, butyral resin, polyvinyl acetate and its copolymer resin, cellulose derivatives, polymethyl 
55 methacrylate resin, polyvinyl ether resin, polyurethane resin, polycarbonate resin, polypropylene resin, epoxy resin, 
phenol resin, thermoplastic elastomers such as SBS, SIS, SEBS and SEPS, or reaction hot-melt resins. 

The second adhesive layer 5", for instance, may again be formed of acrylic resin, and acrylic ester resin or their 
copolymers as well as styrene-butadiene copolymer, natural rubber, casein, gelatin, rosin ester, terpene resin, phenolic 
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resin, . sty r en e resin, coumarone-indene resin, polyvinyl ether, and silicone resin. The adhesive layer 5" may also be 
formed of adhesives based on a-cyanoacryiate, silicone, maleimide, styrol. polyolefin, resorcinol. and polyvinyl ether. 
Each adhesive layer may be formed by coating and have a thickness of 4 um to 20 um. 
The second multilayered volume hologram structure of the invention is characterized in that the adhesion of the 
s second adhesive layer 5" is weaker than the adhesion of the first adhesive layer 5' so that the surface protective film 7 
can be released from the volume hologram layer 6 upon delamination thereof. To make the adhesion of the second 
adhesive layer 5" weaker than the adhesion of the first adhesive layer 5', a sensible selection may be made from mate- 
rials that form the first adhesive layer and materials that form the second adhesive layer. 

The adhesion used herein may be given by the peeling strength (Kg/25 mm) of the multilayer structure, and esti- 
w mated by the 180° peeling test according to J IS Z0237 (using a tensile compression testing machine. e.g.. model SV- 
201 -E manufactured by Kbnno Seisakusho Co., Ltd.). The measuring conditions are the same as mentioned in conjunc- 
tion with the first multilayered volume hologram structure of the invention. 

The adhesion of the second adhesive layer 5" may be estimated by the peeling strength with which the surface pro- 
tective film 7 is released from the multilayer structure, and may be in the range of 0.001 Kg/25 mm to 0.1 Kg/25 mm, 
is and preferably 0.01 Kg/25 mm to 0.1 Kg/25 mm. The adhesion of the first adhesive layer 5* is stronger than the adhe- 
sion of the second adhesive layer 5", and may be estimated by the peeling strength with which the volume hologram 
layer 6 is released from the substrate 2 or photograph 4. The peeling strength may be in the range of 0.1 Kg/25 mm to 
5.0 Kg/25 mm, and preferably 0.5 Kg/25 mm to 3.0 Kg/25 mm. 

When the adhesion of the second adhesive layer 5" is weaker than the adhesion of the first adhesive layer 5', the 
20 volume hologram layer 6 is undulated at a constant interval following a release of the surface protective film 7 therefrom, 
as shown at p. in a schematic representation of Fig. 9(a) with no adhesive layers illustrated. In this case, as shown in a 
perspective representation of Fig. 9(b). releasing lines g or so-called chatter marks are formed on the volume hologram 
layer 6 at a constant interval in a direction perpendicular to a releasing direction X. 

The second multilayered volume hologram structure of the invention makes use of this phenomenon to prevent fal- 
25 sification. When the hologram recorded in the volume hologram is copied after a release of the surface protective film, 
the releasing lines are copied at the same time. It is thus possible to tell whether the copy is genuine or spurious. This 
is also true of when the hologram layer with the releasing lines formed thereon is pasted on another substrate; it is pos- 
sible to tell whether the hologram layer is genuine or spurious due to the presence of the releasing lines. 

Another embodiment of the second multilayered volume hologram structure of the invention is explained with refer- 
30 ence to Fig. 8 wherein a colored sheet and a third adhesive layer are indicated at 9 and 5, respectively, and the same 
numerals as in Rg. 7 indicates the same parts. 

As shown in Rg. 8, the second embodiment of the second multilayered volume hologram structure of the invention 
comprises a colored sheet laminated on a substrate with a third adhesive layer 5 interleaved therebetween. A first adhe- 
sive layer 5\ a volume hologram layer 6, a second adhesive layer 5" and a surface protective film 7 are laminated on 
35 the colored sheet in the described order. 

For the colored sheet 9, for instance, use may be made of a polyester, triacetyl cellulose, polypropylene or acrylic 
film colored with a dye or pigment having no adverse influence on the volume hologram layer. When it is required to see 
a photograph 4 or the like through the colored sheet a transparent colored sheet may be used, and when it is not 
required, an opaque colored sheet may be used. The colored sheet may have a thickness of 10 um to 100 um. If the 
40 colored sheet 9 having a color different from or in complementary relation to the color of the hologram or a black color 
is interleaved in the multilayered structure, it is then possible to enhance the contrast of a hologram image. 

The third adhesive layer 5 may be formed of the same material for the first adhesive layer, and have an adhesion 
equivalent to that of the first adhesive layer 5*. 

In this embodiment it is preferable that the first and second adhesive layers, volume hologram layer and surface 
45 protective film are all transparent. 

A label for making the second multilayered volume hologram structure of the invention is explained with reference 
to Figs. 10(a) and 10(b) that are sectional views thereof. 

in Rgs. 10(a) and 10(b). a label for making the multilayered volume hologram structure and a release paper are 
indicated at 20 and 1 1 . respectively. The same numerals as in Figs. 7 and 8 indicate the same parts. 
so A label 20 of Rg. 10(a) comprises a first adhesive layer 5', a volume hologram layer 6, a second adhesive layer 5" 
and a surface protective layer 7 laminated on the release paper 1 1 in the described order. 

For the release paper 1 1 , use may be made of the same release paper as mentioned in conjunction with the label 
for making the first multilayered volume hologram structure of the invention. The label, from which the release paper is 
removed, is laminated at the first adhesive layer 5* on a substrate 2 with a photograph or the like pasted thereon, so that 
55 the multilayered volume hologram structure shown in Fig. 7 can be fabricated. 

A label 20 of Rg. 10(b) comprises a third adhesive layer 5, a colored sheet 9, a first adhesive layer 5\ a volume 
hologram layer 6, a second adhesive layer 5 M and a surface protective film 7 laminated on the release paper 1 1 in the 
described order. 
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. To laminate the label 20 on a substrate 2 such as a certificate or credit card, the label 20, from which the release 
paper is removed, is laminated at the third adhesive layer 5 on the substrate 2. so that the multilayered volume hologram 
structure shown in Fig. 8 can be obtained. 

In what follows, the second multilayered volume hologram structure of the invention and the label for making the 
5 same will be explained with reference to illustrative examples 4 and 5. 

illustrative Example 4 

Preparation of Hologram-Recorded Material 

10 

A Lippmann hologram was recorded on a hologram recording medium obtained by laminating a hologram record- 
ing material layer (a 20 jim thick Omnidex 706 made by Du Pont) and a polyvinyl chloride film on a polyethylene tereph- 
thalate film in the described order. 

is Preparation of Silicone Seoarator/First Adhesive Laver 5' 

An adhesive agent (Nissetsu PE-118 made by Nippon Carbide Co., Ltd.) was coated by die coating on a silicone 
separator (a 50 \um thick SP-PET made by Tokyo Cellophane Paper Co.. Ltd.) at a dry thickness of 20 *im. 

20 Surface Protective Film/Second Adhesive Laver 57Silicone Separator 

A PET/acrylic adhesive layer/silicone separata* (Sanrtechto H225E made by Sanei Kaken Co., Ltd.) structure was 
provided. 

25 Preparation of Label for Multilayered Volume Hologram Structure-Making Label 

The polyvinyl chloride fflm was removed from the hologram-recorded material, and the aforesaid silicone separa- 
torAirst adhesive layer 5' was laminated on the hologram-recorded material to obtain a PET film/hologram layer/silicone 
separator multilayer structure. 

30 The PET f Qm was removed from this multilayer structure while the silicone separator was removed from the afore- 
said surface protective layer/second adhesive layer 5'Ysilicone separata structure. Then, lamination was carried out to 
obtain a label for the fabrication of the multilayered volume hologram structure of the invention, which comprised a sur- 
face protective film/second adhesive layer 5"/hologram layer 6/First adhesive layer SYsilicone separator structure, and is 
shown in Fig. 10(a). 

35 

Preparation of Multilayered Volume Hologram Structure 

The label, from which the silicone separator was removed, was laminated at the first adhesive layer 5" on a paper 
substrate with a photograph pasted thereon, as shown in Fig. 7. 
40 After this multilayered volume hologram structure was allowed to stand alone for 24 hours, the surface protective 
film 7 was stripped therefrom. 

Fig. 1 1 is a graphical representation illustrative of the state of a peeling strength change upon a release of the sur- 
face protective fflm from the multilayered volume hologram structure. The state shown at (a) in Fig. 1 1 corresponds to 
areas with releasing lines formed at intervals of 2 to 4 mm. Even after the surface protective film was re-laminated at 
45 the original position, the releasing lines were clearly visible. 

Illustrative Example 5 

The second multilayered volume hologram structure and a label for making the same were prepared as in illustra- 
so tive example 4 with the exception that the following silicone separator/third adhesive layer 5/colored sheet/first adhesive 
layer 5' structure was used in place of the silicone separatorflirst adhesive layer 5' used for the fabrication of the afore- 
said multilayered volume hologram structure-making label. 

Preparation of Silicone Separator/Third Adhesive Laver 5/Colored SheeVFirst Adhesive Laver 5' 

55 

An adhesive agent (Nissetsu PE-118 made by Nippon Carbide Co. , Ltd.) was coated on a silicone separator (a 50 
jim thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 10 urn, and a transparent colored 
sheet (a 50 ^m thick PET film dyed in red) was laminated on the adhesive layer. Then, an adhesive agent (Nissetsu PE- 
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1 1 8 made by Nippon Carbide Co., Ltd.) was coated on the transparent colored sheet at a thickness of 20 um. 

The thus obtained label for making the second multilayered volume hologram structure, from which the silicone 
separator was removed, was laminated at the third adhesive layer on a substrate comprising a paper substrate with a 
photograph pasted thereon, as shown in Fig. 8. 
5 After the multilayered volume hologram structure was allowed to stand alone for 24 hours, the surface protective 
film 7 was stripped therefrom. 

After the reiease of the film /, the surface of the hologram layer was found to have releasing lines at intervals of 2 
to 4 mm. Even after the surface protective f flm was relaminated at the original position, the releasing lines were clearly 
visible. 

to Then, the third multilayered volume hologram structure of the invention and the label for making the same is 
explained. 

The third multilayered volume hologram structure of the invention is explained with reference to Fig. 1 that is a front 
view of the first multilayered volume hologram structure of the invention. It is here to be noted that Fig. 1 2 is a sectional 
view one embodiment of the third multilayered volume hologram structure as taken along the A-A line in Rg. 1 , and Fig. 
75 1 3 is a sectional view illustrative of another embodiment of the third multilayered hologram structure. 

in Figs. 12 and 13, reference numerals 5 and 5" represent a heat sealing layer and an adhesive layer, respectively, 
and the same numerals as in Fig. 2 indicate the same part 

As shown in Rg. 12, the third multilayered volume hologram structure comprises a substrate 2 and a photograph 
of face or information area 4 pasted on the substrate 2 with a photographic paste 3. A heat sealing layer 5', a volume 
20 hologram layer 6, an adhesive layer 5" and a surface protective film 7 are laminated on the substrate 2 and astride the 
information area or photograph of face 4 in the described order. 

The substrate 2, photographic paste 3, photograph of face or information area 4, volume hologram layer 6 and sur- 
face protective film 7 are the same as those used with the first multilayered volume hologram structure of the invention. 
The heat sealing layer 5, for instance, may comprise ethylene-vinyl acetate copolymer resin, polyamide resin, pol- 
25 yester resin, polyethylene resin, ethylene-isobutyl acrylate copolymer resin, butyral resin, polyvinyl acetate and its 
copolymer resin, cellulose derivatives, polymethyl methacrylate resin, polyvinyl ether resin, polyurethane resin, polycar- 
bonate resin, polypropylene resin, epoxy resin, phenol resin, thermoplastic elastomers such as SBS, SIS, SEBS and 
SEPS, or reaction hot-melt resins, and has preferably a thickness of 4 urn to 20 um. 

The adhesive layer 5", for instance, may again be formed of acrylic resin, and acrylic ester resin or their copolymers 
30 as well as styrene-butadiene copolymer, natural rubber, casein, gelatin, rosin ester, terpene resin, phenolic resin, sty- 
rene resin, coumarone-indene resin, polyvinyl ether, and silicone resin. The adhesive layer 5" may also be formed of 
adhesrves based on a-cyanoacrylate, silicone, maleimide, styrol, polyolefin, resorcinol, and polyvinyl ether. This adhe- 
sive layer has preferably a thickness of 4 um to 20 um. 

What has been described in conjunction with the first multilayered volume hologram structure holds for the surface 
35 protective film 7. As a matter of course or in view of thermal deformation temperature, melting point, etc., however, this 
surface protective film should be stable with respect to the heat applied for heat sealing. 

Upon lamination, a heating roll or the like is used to heat seal the third multilayered volume hologram structure of 
the invention all over the surface thereof, but preferably only at the whole peripheral end portion thereof. The heat seal- 
ing is carried out under a temperature condition of 100°C to 180°C ( and preferably 120°C to 160°C, at which the irtflu- 
40 ence of heating on the volume hologram layer is substantially reduced. 

The adhesive force between the volume hologram and the substrate obtained by the heat sealing layer 5' is so high 
that the volume hologram layer can be bonded to the substrate while it is embedded in the heat sealing layer. If the sur- 
face protective film should be forcibly stripped from the multilayered volume hologram structure, therefore, the volume 
hologram layer would fracture into two portions, one opposing to the surface protective film and the other opposing to 
45 the substrate. It is thus absolutely impossible to falsify the volume hologram layer, and the substrate such as a photo- 
graph. 

Then, another embodiment of the third multilayered volume hologram structure of the invention is explained with 
reference to Rg. 13 that is a sectional view thereof, and Fig. 14 that is a plan view of a heat-sealed portion. 

As can be seen from Rg. 13, the second embodiment of the third multilayered volume hologram structure com- 
so prises a surface protective film 7 and a volume hologram layer 6 having an area smaller than that of the surface protec- 
tive fflm 7, so that the volume hologram layer can be laminated on substrates 2 and 4 such as a certificate while it is 
entirely covered by the surface protective film. As hatched in Fig. 14, only the whole peripheral end portion of the mul- 
tilayered volume hologram structure including the whole peripheral portion of the volume hologram layer 5 is heat 
sealed. 

55 In this multilayered structure, the adhesive force between the volume hologram layer and the substrates obtained 
by the heat-sealed portion is very high, and so is the adhesive force between the heat-sealed portion and the volume 
hologram layer. If the surface protective film should be forcibly stripped from the multilayered structure, therefore, the 
volume hologram layer would break down certainly. Thus, if the photographic substrate should be falsified, a partial 
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release of the volume hologram layer would be so easily detected that the falsification of the substrate would be abso- 
lutely impossible. 

In this embodiment it is preferable that the heat sealing layer, adhesive layer, volume hologram layer and surface 
protective film are all transparent. 
s A label for making the third multilayered volume hologram structure of the invention is explained with reference to 
p; a 1 5 that ic a Kortinnal view illustrative of the I aver construction thereof. 

In Fig. 1 5, reference numerals 20 and 1 1 represent a label for making the third multilayered volume hologram struc- 
ture and a release paper, respectively, and the same numerals as in Figs. 12 to 14 indicate like the same parts. 

A label 20 of Fig. 15 comprises a heat sealing layer S\ a volume hologram layer 6. an adhesive layer 5" and a sur- 
10 face protective film 7 laminated on the release paper 1 1 in the described order. When the heat sealing layer S is free of 
adhesion, the release paper 1 1 may be dispensed with. 

For the release paper 1 1 , use may be made of the same materials as mentioned in conjunction with the label for 
making the first multilayered volume hologram structure of the invention. The label, from which the release paper is 
removed, is laminated at the heat sealing layer 5' on a substrate 2 with a photograph, etc. pasted thereon, so that the 
is multilayered volume hologram structure shown in Fig. 12 can be fabricated. 

A label 30 shown in Fig. 1 6 comprises an adhesive layer 5". a volume hologram layer 6, a heat sealing layer 5' and 
a surface protective film 7 laminated on the release paper 1 1 in the descrtoed order. The surface protective film 7 is of 
such size that the hologram layer 6 is covered thereby to the whole periphery, as shown in Fig. 13. Upon a release of 
the release paper 1 1 , the label 30 is laminated at the adhesive layer 5" on a substrate 2 with a photograph, etc. pasted 
20 thereon, and then heat sealed, so that the multilayered volume hologram structure shown in Fig. 1 3 can be fabricated. 
In what follows, the third multilayered volume hologram structure of the invention and the label for making the same 
will now be explained with reference to illustrative examples 6, 7 and 8. 

Illustrative Example 6 

25 

Preparation of Hologram-Recorded Material 

A Lippmann hologram was recorded on a hologram recording medium obtained by laminating a hologram record- 
ing material layer (a 20 um thick Omnidex 706 made by Du Pont) and a polyvinyl chloride film on a polyethylene tereph- 
30 thalate film in the described order. 

Preparation of Silicone Separator/Heat Sealing Layer 

A heat sealing film [polyethylene film or Lix Rim LIX-2 (30 um) made by Toyobo Co., Ltd.] was laminated on a sili- 
35 cone separator (a 50 um thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.). 

Surface Protective Film/Adhesive Layer/Silicone Separator 

An adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
40 um thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 10 um, and a non-stretched ethyl- 
ene-vinyl alcohol copolymer film (a 25 um thick Eval EF-F made by Kuraray Co., Ltd.) was then laminated on the surface 
of the adhesive layer. 

Preparation of Multilayered Volume Hologram Structure-Making Label 

45 

The polyvinyl chloride film was removed from the hologram-recorded material, and the aforesaid silicone separa- 
tor/heat sealing layer was laminated on the hologram-recorded material to obtain a PET film/hologram layer/heat seal- 
ing layer/silicone separator multilayered structure. 

The PET film was removed from this multilayered structure while the silicone separator was removed from the 
so aforesaid surface protective layer/adhesive layer/silicone separator structure. Then, lamination was carried out to obtain 
a label for the fabrication of the multilayered volume hologram structure of the invention, which comprised a surface pro- 
tective film/adhesive layer/hologram layer/heat sealing layer/silicone separator structure. 

Preparation of Multilayered Volume Hologram Structure 

55 

Upon removal of the silicone separator, the label was laminated at the heat sealing layer on a substrate with a pho- 
tograph pasted thereon, as shown in Fig. 12. 

Using a heating roll, the multilayered volume hologram structure was heat sealed all over the surface at 150°C for 
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15 seconds. 

After the muftilayered volume hologram structure was allowed to stand alone, the hologram layer broken down into 
a hologram layer piece released together with the surface protective fflm and a hologram layer piece heat sealed onto 
the substrate. The photograph could not be released from the substrate without a breakdown of the substrate. 

5 

Illustrative Example 7 

The third multilayered volume hologram structure was prepared as in illustrative example 6 with the exception that 
the following surface protective f am/adhesive layer/silicone separator structure was used. 

10 

Surface Protective Rim/Adhesive Layer/Silicon e Separator 

An adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
urn thick SP-PET made by Tokyo Cellophane Paper Co.. Ltd.) at a dry thickness of 10 *im, and a tetrafluoroethylene- 
15 perf luoroalkylvinyl ether copolymer film (a 25 am thick Tcyofulone made by Toray Industries, Inc.) was then laminated 
on the surface of the adhesive layer. 

The obtained label for making the multilayered volume hologram structure was used as in illustrative example 6 to 
prepare a multilayered volume hologram structure. 

The multilayer was forcibly stripped from the multilayered structure as in illustrative example 6. The hologram layer 
20 broken down into a hologram layer piece released together with the surface protective film and a hologram layer piece 
heat sealed onto the substrate. The photograph could not be stripped from the substrate without a breakdown of the 
substrate. 

Illustrative Example 8 

25 

Preparation of Hologra m-Recorded Material 

A Uppmann hologram was recorded on a hologram recording medium obtained by laminating a hologram record- 
ing material layer (a 20 am thick Omnidex 706 made by Du Pont) and a polyvinyl chloride f Dm on a polyethylene tereph- 
30 thalate film in the described order. 

Preparation of Silicone Seoarator/Adhesive Layer 

An adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Ca, Ltd.) was coated on a silicone separator (a 50 
35 urn thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 10 urn. 

Preparation of Surface Protective Film/Heat Sealing Laver/Silicone Separator 

A heat sealing film [a biaxially stretched polypropylene film or Trefan BOM1 14 made by Toray Industries, Inc.] and 
40 a non-stretched ethylene-vinyl alcohol copolymer film (a 12 urn thick Eval EF-F made by Kuraray Co., Ltd.) were lami- 
nated on the silicone separator (a 50 \im thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) in the described 
order. 

Preparation of Multilayered Volume Hologram Structure-Making Label 

45 

The aforesaid silicone separator/adhesive layer structure was laminated on the aforesaid hologram-recorded mate- 
rial from which the polyvinyl chloride film was removed to obtain a PET f ilm/hologram layer/adhesive layer/silicone sep- 
arator multilayer structure. 

The PET film was released from the multilayer structure while the silicone separator was released from the surface 
so protective film/heat sealing layer/silicone separator structure. Lamination was carried out as in Fig. 1 6 to obtain the mul- 
tilayered volume hologram structure-making label shown in Fig. 16 comprising a surface protective film/heat sealing 
layer/hologram layer/adhesive layer/silicone separator structure. 

Preparation of Multilayered Volume Hologram Structure 

55 

Upon removal of the silicone separator, the label was laminated at the adhesive layer on a substrate with a photo- 
graph pasted thereon, as shown in Fig. 13. 

After this lamination, heat sealing was carried out at 140°C for 20 seconds, so that the volume hologram layer was 
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covered with the surface protective film to the whole peripheral end thereof and the surface protective film was lami- 
nated on a substrate for a certificate or the like, whereby only the whole peripheral end of the muttilayered volume holo- 
gram structure including the whole peripheral end of the volume hologram layer was heat sealed. 

After the multilayered volume hologram structure was allowed to stand alone, the hologram layer broken down into 
5 a hologram layer piece released together with the surface protective film and a hologram layer piece remaining heat- 
sealed onto the substrate. 

men, the fourth rnumiayered volume hologram structure of the invention and the label for making the same is 
explained. 

One embodiment of the fourth multilayered volume hologram structure of the invention is now explained with refer- 
to ence to Fig. 1 7(a) that is a sectional view thereof. 

In Fig. 1 7(a), the same numerals as in Fig. 2 indicate the same parts. Between a substrate 2 and a first adhesive 
layer 5' there are interleaved a photograph and a personal information area although not illustrated. Regions indicated 
at S have strong adhesive force while regions indicated at W have weak adhesive force. 

The substrate 2, a volume hologram layer 6 and a surface protective film 7 are the same as those in the first murti- 
is layered volume hologram structure of the invention. 

Each of the first and second adhesive layers 5' and 5" has an adhesive force profile in its own plane rather than is 
uniformly coated thereon with only one adhesive agent In other words, the adhesive layer is divided into regions (S) 
having strong adhesive force and regions (W) having weak adhesive force. 

Shown in Fig. 1 7(b) is such an adhesive force profile. Fig. 1 7(a) is a view of the second adhesive layer 5" as taken 
20 along a direction shown by A in Fig. 17(a). For instance, hatched regions S are formed of an adhesive agent having 
strong adhesive force while unhatched regions W are formed of an adhesive agent having weak adhesive force. That 
is, the second adhesive layer 5" has a striped adhesive force profile in its own plane. Since the adhesive agent is trans- 
parent or of the same color, however, such a striped adhesive force profile as depicted in Fig. 1 7(b) is invisible. 

This also holds for the first adhesive layer 5'. As shown in Fig. 17(a), it is preferable that regions of the layer 5' 
25 opposing to the regions of the layer 5" having strong adhesive force are formed of an adhesive agent having weak adhe- 
sive force while regions of the layer 5" opposing to the regions of the layer 5" having weak adhesive force are formed 
of an adhesive agent having strong adhesive force. 

For the adhesive agents used herein various adhesive agents are known, for instance, elastomer adhesives such 
as those based on natural rubber, reclaimed rubber, chloroprene rubber, nrtrile rubber, styrene-butadiene rubber and 
30 thermoplastic elastomer; synthetic resin adhesives such as those based on epoxy resin and polyurethane; reaction 
type acrylic adhesives; chemical reaction type adhesives such as those based on cyanoacrylate; UV curing type adhe- 
sives; EB curing type adhesives; hot melt adhesives such as those based ethylene-vinyl acetate copolymer resins; hot 
melt adhesives such as those based on polyamide, polyester, thermoplastic elastomer and reaction type hot melts; 
aqueous adhesives or water-soluble adhesives; emulsion adhesives; latex adhesives; and inorganic adhesives. To 
35 make a difference in the adhesive force of the adhesive agent, it is preferable to vary the composition, and composition 
ratio of the adhesive agent. 

For instance, the first adhesive layer 5' and the second adhesive layer 5" are each allowed to have an adhesive 
force profile in its own plane by the pattern-wise coating of an acrylic adhesive agent and a silicone adhesive agent By 
reducing or increasing the amount of a tackrfier resin known as an adhesion improver, too, it is possible to impart an 
40 adhesive force profile to each adhesive layer. 

When, for instance, the volume hologram layer 6 is forcibly stripped from the multilayered volume hologram struc- 
ture in a direction indicated by B in Fig. 17(a), the volume hologram layer breaks down as shown in Fig. 18, because 
the volume hologram layer is attracted by the adhesive layer having stronger adhesive force. Regarding Fig. 1 8, it is to 
be noted that the hatched regions (S) of the first adhesive layer 5', and the second adhesive layer 5" are stronger in 
45 adhesive force than the unhatched regions (W). 

If the volume hologram layer 6 should be forcibly stripped from the multilayered volume hologram structure, the vol- 
ume hologram layer would break down or otherwise deform. Thus, even when such a defective volume hologram layer 
is copied or pasted on another substrate for falsification, it is possible to easily tell whether it is genuine or spurious. 
Thus, the ability of the fourth multilayered volume hologram structure to prevent falsification is much higher than 
so would be achievable so far in the art. 

Another embodiment of the fourth multilayered volume hologram structure is explained below. However, the same 
parts as in Fig. 17 are indicated by the reference numerals, and so are not explained. 

Fig. 19 is a sectional view of the second embodiment of the fourth multilayered volume hologram structure, which 
is identical with the first embodiment of Fig. 1 7(a) with the exception that a first adhesive layer 5* is uniformly formed by 
55 the coating of a single adhesive agent. 

Fig. 20 is a sectional view of yet another embodiment of the fourth multilayered volume hologram structure, which 
is identical with the first embodiment of Fig. 1 7(a) with the exception that a second adhesive layer 5 H is uniformly formed 
by the coating of a single adhesive agent. 
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In these embodiments, either one of the first and second adhesive layers may have an adhesive force profOe in its 
own plana Alternatively, both the first and second adhesive layers have an adhesive force profile in their own planes. 

in the foregoing embodiments, the adhesive layer(s) is allowed to have an adhesive force profOe in its own plane by 
a striped array of adhesive agents having strong, and weak adhesive force. Alternatively, the adhesive force profile in 
5 the plane of the adhesive layer may be obtained as shown in Fig. 21 . 

Fig. 21 (a) is a sectional view of a further embodiment of the fourth multilayered volume hologram structure, wherein 
a first adhesive layer 5* and a second adhesive layer 5" are each coated with a striped array of adhesives only at 
hatched regions a. Fig. 21(b) is a sectional view of the second adhesive layer 5" as taken along a direction shown by A 
in Fig. 21(a). This also holds for the first adhesive layer 5'. 
10 Even with this arrangement, it is evident that the adhesive force profile can be imparted to the plane of the first 
adhesive layer 5', and the second adhesive layer 5". If the volume hologram layer 6 should be forcibly stripped from the 
multilayered volume hologram structure, therefore, the volume hologram layer break down or the pattern of the adhe- 
sive layers would breakdown. Thus, even when such a defective volume hologram layer is copied or pasted on another 
substrate for falsification, it is possible to easily tell whether it is genuine or spurious. 
is In Fig. 21, the adhesive force profile is imparted to the planes of both the adhesive layers. As a matter of course, 
however, it is acceptable to impart the adhesive force profile to the plane of either one of the adhesive layers. While the 
four embodiments of the fourth multilayered volume hologram structure have been described, it is to be understood that 
the invention is not limited thereto, and so many modifications may be made without departing from the scope of the 
invention. For instance, the profile pattern of the adhesive force in the plane of the adhesive layer is not limited to those 
20 mentioned above, and so may be determined as desired. 

In these embodiments, it is preferable that the adhesive layers, volume hologram layer and surface protective film 
in the fourth multilayered volume hologram structure are all transparent 

When the fourth multilayered volume hologram structure of the invention is fabricated, a label for making the same 
is used. 

25 The label for making the fourth multilayered volume hologram structure of the invention comprises a release paper 
1 1 , and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective film laminated 
on the release paper 1 1 in the described order, wherein at least one of said first and second adhesive layers is allowed 
to have an adhesive force profile in its own plane. 

The release paper 1 1 used herein may be the same as that for the first multilayered volume hologram structure of 
30 the invention. Upon removal of this release paper, the label is laminated at the first adhesive layer 5' on a substrate 2 
with a photograph, etc. pasted thereon, so that the fourth multilayered volume hologram structure can be fabricated. 

Next, the fifth multilayered volume hologram structure of the invention and the label for making the same are 
explained. 

The fifth multilayered volume hologram structure of the invention is explained with reference to Fig. 1 that is a front 
35 view of the first multilayered volume hologram structure of the invention as well as Fig. 22 that is a sectional view of the 
fifth multilayered volume hologram structure as taken along the A-A line in Fig. 1 and Fig. 23 that is a sectional view of 
another embodiment of the fifth multilayered volume hologram structure. 

In Figs. 22 and 23, a third adhesive layer, a first adhesive layer, a second adhesive layer, a colored sheet and a 
microcapsule are indicated at 5, 5*, 5", 9, and 10 respectively, and the same numerals as in Fig. 2 indicate the same 
40 parts. 

As can be seen from Fig. 22, the fifth multilayered volume hologram structure comprises a personal information 
area and photograph of face 4 pasted on a substrate 2 with a photographic paste 3. The first adhesive layer 5' contain- 
ing microcapsules 10, volume hologram layer 6, adhesive layer 5" containing microcapsules 10 and surface protective 
layer 7 are laminated on the substrate 2 and astride photograph 4 in the described order. 

45 The substrate 2, photographic paste 3, photograph of face and personal information area 4, volume hologram layer 
6 and surface protective film 7 are the same as those in the first multilayered volume hologram structure of the invention. 

In the fifth multilayered volume hologram structure of the invention, the first and second adhesive layers 5* and 5" 
are each comprised of an adhesive agent and a microcapsule in which a volume hologram layer-breaking material is 
encapsulated in a skin material selected from various polymer materials. 

so The adhesive layer used herein is formed of acrylic resin, acrylic ester resin, and vinyl acetate resin or their copol- 
ymers as well as styrene-butadiene copolymer, natural rubber, casein, gelatin, rosin ester, terpene resin, phenolic resin, 
styrene resin, coumarone-indene resin, polyvinyl ether, and silicone resin. The adhesive layer 5 may also be formed of 
adhesives based on a-cyanoacrylate, silicone, maleimide, styrol, polyolefin, resorcinol, and polyvinyl ether. 

Each or the microcapsule has a capsule structure in which the volume hologram layer-breaking material is encap- 

55 sulated in the skin material selected from various polymer materials. The microcapsule breaks down simultaneously 
with a release of the volume hologram layer, and the volume hologram layer-breaking material therein is released in the 
adhesive layer to solubilize or swell the volume hologram layer, so that the hologram recorded in the volume hologram 
layer can breakdown. 
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When the volume hologram layer-forming materia) is composed of the matrix polymer, photopolymerizable com- 
pound, photopolymerization initiator and sensitizing dye, all already explained in detail, it is preferable to use as the vol- 
ume hologram layer-breaking material an organic solvent in which the volume hologram layer-forming material is 
soluble and/or a plasticizer that has a swelling action on the volume hologram layer. 

s Exemplary such organic solvents are acetone, methyl ethyl ketone, methyl isobutyl ketone, cyclohexanone, ben- 
zene, toluene, xylene, chlorobenzene, tetrahydrofuran, methyl cellosolve, ethyl cellosolve, methyl cellosolve acetate, 
eiiiyi ceiiusoive aceiaie, eihyi acetate, i,4-dioxane, i ,2-dichioroetnane, dichloro methane, chloroform, methanol, etha- 
nol, and isopropanol, or mixtures thereof. 

The plasticizers having a swelling action on the volume hologram layer, for instance, include polyhydric alcohols 

w such as ethylene glycol, diethylene glycol, Methylene glycol, glycerin, and trimethylolpropane; and phthalic ester plas- 
ticizers such as dimethyl phthalate (DMP), diethyl phthalate (DEP), dibutyl phthalate (DBP), heptylnonyl phthalate 
(HNP), di(2-ethylhexyl) phthalate (EX)P), di(n-octyO phthalate (DNOP), di(i-octyO phthalate (DCapP), (79 alkyl) phtha- 
late (D79P), diO-decyO phthalate (DIDP), ditridecyl phthalate (DTDP), dicyclohexyl phthalate (DCHP), butyibenzyl 
phthalate (BDP), ethyl phthalyl ethyl glycolate (DPEG), and butyl phthalyl butyl glycolate (BPBG); aliphatic dibasic acid 

is ester plasticizers such as di(2-ethylhexyl) adipate (DOA), di(methylcyclohexyl) adipate, di-isodecyl adipate (DIDA), dt(n- 
hexyl) azelate (DNHZ), di-2-ethylhexyl azelate (DOZ), dibutyl sebacate (DBS) and di(2-ethylhexyf) sebacate (DOS); cit- 
ric ester plasticizers such as triethyl citrate (TEC), tributyl citrate (TBC), acetyl triethyl citrate (ATEC) and acetyl tributyl 
citrate (ATBC); epoxy plasticizers such as epoxidized soy bean oil; and phosphoric ester plasticizers such as tributyl 
phosphate (TBP), triphenyl phosphate (TPP), tricresyl phosphate (YCP) and tripropylene glycol phosphate. Mixtures of 

20 the plasticizers mixed with or dissolved in the organic solvents may also be used. 

The skin materials used herein for microcapsule formation, for instance, include gum arabic; acrylic high-molecular 
compounds such as polyacrylamide, polyacrytdextrin, poly(aIkylcyano) acrylate and polymethyl methacrylate; agar and 
agarose; albumin; alginates such as calcium alginate and sodium alginate; aluminum monostearate; carboxy monos- 
tearate; carboxyvinyl high-molecular compounds; epoxy resin; cellulose derivatives such as cellulose acetate, cellulose 

25 acetate butyrate, cellulose acetate phthalate, cellulose nitrate, ethyl cellulose, hydroxypropyl cellulose, hydroxypropyl- 
methyl cellulose, hydroxypropylmethyl cellulose phthalate, methyl cellulose, sodium carboxymethyl cellulose and nitro- 
cellulose; cetyt alcohol; dextrin; gelatin; hydrogenated tallow; hydrogenated castor oil; 12-hydroxystearyl alcohol; 
gluten; glycerin monopalrrritate and glycerin dipalmrtate; glycerin monostearate, glycerin distearate and glycerin tristea- 
rate; myristyl alcohol; nylon 6, nylon 7, nylon 8, nylon 9 and nylon 10; poly(adipyl L-lysine); polyterephtalamide; 

30 poly(terephthaloyl L-lysine); polyurea; polyurethane; polyisoprene; polyether; polyethylene; polypropylene; poly(e- 
caprolactone); polydimethylsiloxane; polyester; polyethylene glycol; poly(ethy1ene-vinyl acetate); polyglycolic acid; 
polylactic acid; polyglutamic acid; potysitoxane; polybutadiene; polylysine; poly(methyl vinyl ether-maleic anhydride); 
polystyrene; polyvinyl acetate phthalate; polyvinyl alcohol; polyvinyl pyrrolidone; shellac; starch and its derivatives; 
stearic acid; stearyl alcohol; waxes such as beewax, carnauba wax, Japan wax, paraffin wax and spermaceti; and inor- 

35 ganic silicates. 

As a matter of course, these materials to form the skin material of the microcapsule should not be dissolved in the 
volume hologram layer-breaking material or the adhesive layer component Another requirement for the materials is to 
have such a strength that they breakdown upon a release of the adhesive layer. 

Trie microcapsule may be prepared by known polymerization processes such as interface polymerization, in situ 
40 polymerization, and coacervation, and have a diameter of 0.001 um to 20 urn, and preferably 0.01 um to 1 um. A micro- 
capsule having too small a diameter is not preferable because it fails to break down effectively. A microcapsule having 
too large a diameter is again not preferred because it renders the formation of the adhesive layer by coating difficult, or 
it may often break down. 

The microcapsules are used in an amount of 1 part by weight to 100 parts by weight, and preferably 10 parts by 
45 weight to 50 parts by weight per 100 parts by weight of the adhesive agent. The adhesive layer may be formed by the 
mixing and dispersion of the microcapsules with and in the adhesive layer-forming material. For coating, use may be 
made of suitable coating processes such as dip coating, die coating, spray coating, roll coating, and gravure coating. 
Each adhesive layer has preferably a thickness of 4 um to 20 um as measured upon coating. 
Next another embodiment of the fifth multilayered volume hologram structure according to the invention is 
so explained with reference to Fig. 23. In Fig. 23, reference numerals 9 and 5 represent a colored sheet and a third adhe- 
sive layer, respectively, and the same reference numerals as in Fig. 22 indicate the same parts or elements. 

As can be seen from Fig. 23, the second embodiment of the fifth multilayered volume hologram structure according 
to the invention comprises a substrate and a colored sheet 9 with the third adhesive layer 5 interleaved therebetween. 
A first adhesive layer 5' containing microcapsules, a volume hologram layer 6, a second adhesive layer 5" containing 
55 microcapsules and a surface protective film 7 are laminated on the colored sheet 9 in the described order. 

For the colored sheet 9 use may be made of a polyester, triacetyl cellulose, polypropylene or acrylic film dyed with 
a dye or pigment that has no adverse influence on the volume hologram recorded layer. When it is required to see 
something through the colored sheet as in the case where it is laminated on the photograph as shown in Fig. 3, the 
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colored sheet must be transparent although depending on the type of the substrate on which the colored sheet is to be 
laminated. When the is not required, an opaque colored sheet may be used. The colored sheet has preferably a thick- 
ness of 10 um to 100 um. 

When a black colored sheet having a color different from or in complementary relation to the color of the hologram 
is used as the colored sheet 9, it is possible to enhance the contrast of the hologram image. 

ii is not always required tc incorporate microcapsules in the thitl arthfwuve layer 5 between the colored sheet 9 and 
the substrate 2; the third adhesive layer 5 may be formed of the aforesaid adhesive layer-forming material as is the case 
with the first adhesive layer 5', and the second adhesive layer 5". 

tn this embodiment of the fifth multilayered volume hologram structure, it is preferred that the first and second adhe- 
sive layers, each containing microcapsules, volume hologram layer and surface protective film are all transparent. 

Next a label for making the fifth multilayered volume hologram structure according to the invention is explained with 
reference to Figs. 24(a) and 24(b) that are sectional views of the multilayered construction thereof. In Figs. 24(a) and 
24(b), reference numerals 20 and 11 represent a label for making the multilayered volume hologram structure and a 
release paper, respectively, and the same reference numerals as in Figs. 22 and 23 indicate the same parts. 

A label 20 of Fig. 24{a) comprises a first adhesive layer 5' containing microcapsules, a volume hologram layer 6, a 
second adhesive layer 5" containing microcapsules and a surface protective film 7 laminated on the release paper 1 1 
in the described order. 

The release paper 1 1 may be the same as mentioned in conjunction with the label for making the first multilayered 
volume hologram structure of the invention. Upon removal of the release paper, the label is laminated at the f irst adhe- 
sive layer 5' on a substrate 2 with a photograph, etc. pasted thereon, so that the fifth multilayered volume hologram 
structure can be prepared. 

A label 20 of Fig. 24(b) comprises a third adhesive layer 5, a colored sheet 9. a first adhesive layer 5' containing 
microcapsules, a volume hologram layer 6, a second adhesive layer 5 W and a surface protective film 7 laminated on the 
release paper 1 1 in the described order. 

The release paper 1 1 may be the same as mentioned in conjunction with the label for making the first multilayered 
volume hologram structure of the invention. Upon removal of the release paper, the label is laminated at the third adhe- 
sive layer 5 on a substrate 2 with a photograph, etc. pasted thereon, so that another embodiment of the fifth multilayered 
volume hologram structure can be prepared. 

In what follows, the fifth multilayered volume hologram structure of the invention and the label for making the same 
will be explained with reference to illustrative examples 9 and 10. 

Illustrative Example 9 

Preparation o f Hologram-Recorded Layer 

A Lippmann hologram was recorded on a hologram recording medium obtained by laminating a hologram record- 
ing material layer (a 20 um thick Omnidex 706 made by Du Pont) and a polyvinyl chloride film on a polyethylene tereph- 
thalate film in the described order. 

Preparation of Silicone Separator/First Adhesive Layer 5* 

Frfteen (15) wt.% of microcapsules prepared by an interlace polymerization process and having a diameter of 0.5 
um, wherein chloroform was encapsulated in a polyurethane skin material, was dispersed in an adhesive agent (Nis- 
setsu PE-1 18 made by Nippon Carbide Co., Ltd.), and the thus obtained adhesive layer was then coated by a die coat- 
ing process on a silicone separator (a 50 um thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry film 
thickness of 20 um. 

Surface Protective Film/Second Adhesive Laver STSilicone Separator 

Fifteen (15) wt.% of microcapsules prepared by an interlace polymerization process and having a diameter of 0.5 
um, wherein chloroform was encapsulated in a polyurethane skin material, was dispersed in an adhesive agent (Nis- 
setsu PE-1 18 made by Nippon Carbide Co., Ltd.), and the thus obtained adhesive layer was then coated by a die coat- 
ing process on a silicone separator (a 50 um thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry film 
thickness of 20 um. Then, a non-stretched ethyiene-vinyl alcohol copolymer film (a 25 um thick Eval EF-F made by 
Kuraray Co., Ltd.) were laminated on the surface of the adhesive layer. 
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Preparation of Multilayered Volume Hologram Structure-Ma king I ahai 

The silicone separator/First adhesive layer 5' structure was laminated on the hologram-recorded material from 
which the polyvinyl chloride fflm was removed to obtain a PET film/hologram layer/first adhesive layer SVsilicone sepa- 
5 rator multilayered structure. 

The PET film was released from the multilayered structure while the silicone separator was released from the sur- 
face protective film/second adhesive layer 57silicone separator structure. Lamination was carried out to obtain the mul- 
tilayered volume hologram structure-making label shown in Fig. 24(a) comprising a surface protective film/second 
adhesive layer 5"/hologram layer 6/first adhesive layer SVsilicone separator structure. 

10 

Preparation of Multilayered Volume H ologram Structure 

Upon removal of the silicone separator from the label, the label was laminated at the first adhesive layer 5' on a 
paper substrate with a photograph pasted thereon, as shown in Rg. 22. 
is After the multilayered structure was allowed to stand alone for 24 hours, the volume hologram layer 6 was released 
from the first adhesive layer 5'. 

The volume hologram layer was again laminated at the original position and allowed to stand alone for a further 24 
hours to observe the recorded hologram. Consequently, it was dearly found that the original hologram image was partly 
disturbed and broken by the solvent flowing out of the broken microcapsules. 

20 

Illustrative Example 10 

A multilayered volume hologram structure as shown in Rg. 23 and a multilayered volume hologram structure-mak- 
ing label as shown in Rg. 24(b) were prepared as in illustrative example 9 with the exception that the following silicone 
25 separator/third adhesive layer 5/colored sheetflirst adhesive layer 5* structure was used instead of the silicone separa- 
torrtirst adhesive layer 5* structure. 

Preparation of Silicone Separator/Third Adhesive Laver 57Colored Sheet/Rrst Adhesive Layer 5' 

30 An adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
ixm thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry film thickness of 10 jim, and a transparent 
colored sheet (a 50 jim thick PET film dyed in red) was then laminated on the thus obtained adhesive layer. Rfteen (15) 
wt.% of microcapsules prepared by an interface polymerization process and having a diameter of 0.5 jim, wherein chlo- 
roform was encapsulated in a polyurethane skin material, was dispersed in an adhesive agent (Nissetsu PE-1 18 made 
35 by Nippon Carbide Co., Ltd.), and the thus obtained adhesive layer was then coated by a die coating process on the 
transparent colored sheet at a dry film thickness of 20 jim. 

After the multilayered structure of Rg. 23 was allowed to stand alone for 24 hours, the volume hologram layer 6 was 
released from the second adhesive layer 5". 

The volume hologram layer was again laminated at the original position and allowed to stand alone for a further 24 
40 hours to observe the recorded hologram. Consequently, it was clearly found that the original hologram image was partly 
disturbed and broken by the solvent flowing out of the broken microcapsules. 

Next the sixth multilayered volume hologram structure of the invention and the label for making the same are 
explained. 

The sixth multilayered volume hologram structure of the invention is explained with reference to Fig. 1 that is a front 
45 view of the first multilayered volume hologram structure as well as Rg. 25 that is a sectional view of the sixth multilay- 
ered volume hologram structure as taken along the A-A line in Rg. 1 and Fig. 26 that is a sectional view of another 
embodiment of the sixth multilayered volume hologram structure. In Figs. 25 and 26, the same reference numerals as 
in Rg. 2 indicate the same parts. 

As shown in Rg. 25, one embodiment of the sixth multilayered volume hologram structure comprises a substrate 2 
so and a personal information area or photograph of face 4 pasted on the substrate with a photographic paste 3. A first 
adhesive layer 5\ a volume hologram layer 6 containing fine particles and a surface protective film 7 are laminated on 
and astride the substrate 2 and personal information area or photograph of face 4 in the described order. 

The substrate 2, photographic paste 3, photograph of face or personal information area 4 and surface protective 
film 7 may be the same as mentioned in conjunction with the first multilayered volume hologram structure. 
55 For instance, the adhesive agents used herein are acrylic resin, acrylic ester resin, and vinyl acetate resin or their 
copolymers as well as styrene-butadiene copolymer, natural rubber, casein, gelatin, rosin ester, terpene resin, phenolic 
resin, styrene resin, coumarone-indene resin, polyvinyl ether, and silicone resin. The adhesive agent may also be adhe- 
sives based on ct-cyanoacrylate, silicone, maleimide, styrol, polyolefin, resorcinol, and polyvinyl ether as well as heat- 
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sealing adhesives such as ethylene-vinyl acetate copolymer resin, polyamide resin, polyester resin, polyethylene resin, 
ethylene-isobutyl acrylate copolymer resin, butyral resin, polyvinyl acetate and its copolymer resin, cellulose deriva- 
tives, polymetnyl methacrylate resin, polyvinyl ether resin, polyurethane resin, polycarbonate resin, polypropylene 
resin, epoxy resin, phenol resin, thermoplastic elastomers such as SBS, SIS, SEBS and SEPS, or reaction hot-melt res- 

5 ins. The adhesive layer has preferably a thickness of 4 nm to 20 \im. 

The recording material for the volume hdo^am layer 6 may be the ^ma »r axnlainsd in conjunction with the first 
multilayered volume hologram structure. For the purpose of making the volume hologram layer brittle or fragile, how- 
ever, fine particles having an average primary particle diameter of 1 nm to 100 nm are used in an amount of 10 parts 
by weight to 100 parts by weight and preferably 30 parts by weight to 60 parts by weight per 100 parts by weight of 

10 photosensitive material. 

For the fine particles, for instance, use may be made of inorganic fine particles such as calcium carbonate, talc, 
china clay, kaolin, microsiiica, titanium dioxide, glass flakes, asbestos, agalmatol'rte powders, silica powders, barium 
sulfate, and chamotte, and for a fluorescent material emitting fluorescence upon irradiation with ultraviolet radiation, use 
may be made of a so-called synthetic resin solid solution type of daylight fluorescent pigment Such a daylight fluores- 

15 cent pigment may be obtained by dissolving a fluorescent dye, e.g., Brilliant surfoflavine FF (C.I. 56205), Basic yellow 
(C.I. 46060), Eosine (C.I. 45380), Rhodamine 6G (C.I. 45160), and Rhodarrrine B (CI. 45170) in a carrier resin, e.g.. 
methacrylic ester, polyvinyl chloride, vinyl chloride-vinyl acetate copolymer, polyamide resin, alkyd resin, aromatic sul- 
fonamide, urea resin, melamine resin, benzoguanamine resin, and a resin obtained by the oocondensation and copol- 
ymerization of these resins, and granulating the resulting solution to the aforesaid particle diameter. As the carrier resin 

20 used with the fluorescent dye in this case, however, it is necessary to employ a resin incompatible with the hologram- 
recorded material or the solvent used for the formation of such a hologram layer as will be described later. 

Fine particles having an average primary particle diameter of small than 1 nm are insufficient for a brittle break- 
down of the hologram-recorded layer, and so are not preferable. Fine particles having an average primary particle size 
exceeding 100 nm are again not preferable because they act as a sort of noise with respect to the recorded hologram. 

25 When the amount of the fine particles is smaller than 1 0 parts by weight per 1 00 parts by weight of photosensitive mate- 
rial, the objects of the invention are unachievable. On the other hand, the fine particles used in an amount exceeding 
100 parts by weight act as a sort of noise with respect to the recorded hologram, and so are not preferable. 

By the incorporation of fluorescent fine particles in the volume hologram layer, it is possible not only to embrittle the 
volume hologram layer but also to make use of fluorescent emission upon irradiation with ultraviolet radiation, thereby 

30 increasing the security of the mutlilayered volume hologram structure of the invention. 

The hologram recording material may be formed by dispersing the aforesaid fine particles in the coating solution 
referred to in conjunction with the first multilayered volume hologram structure of the invention, and applying the coating 
solution onto a substrate at a post-drying thickness of 1 \im to 100 jim, and preferably 4 nm to 20 jim. 

In the second embodiment of the sixth multilayered volume hologram structure, plastic particles or glass beads 

35 having a refractive index almost equal to that of the photosensitive material in the hologram recording layer are used in 
an amount of 1 0 parts by weight to 1 00 parts by weight per 1 00 parts by weight per the photosensitive material instead 
of the aforesaid fine particles. The plastic particles or glass beads in an amount exceeding 100 parts by weight act as 
a sort of noise with respect to the recorded hologram, and so are not preferable. 

The photosensitive material forming part of the volume hologram layer has usually a refractive index of 1 .4 to 1 .7. 

40 For instance, divinylbenzene type plastic particles, benzoguanamine type plastic particles, polystyrene particles, silica 
particles, and glass beads, all having a refractive index of 1 .5, are exemplified as the plastic particles, and glass beads 
having a corresponding refractive index It is thus preferable to make a sensible selection from materials having a 
refractive index substantially equal to that of the photosensitive material. Preferable particle diameters of the plastic par- 
ticles or glass beads range from 1 jun to 20 »im. Diameters exceeding 20 jim make noises with respect to the recorded 

45 hologram, and so are not preferable. A brittle breakdown of the sixth multilayered volume hologram structure may be 
caused by decreasing the film strength of the volume hologram layer as is the case with the first multilayered volume 
hologram structure of the invention. 

The hologram may be recorded in the same manner as explained in conjunction with the first multilayered volume 
hologram structure of the invention. 

so Yet another embodiment of the sixth multilayered volume hologram structure is shown in Fig. 26 wherein reference 
numerals 5 and 5" represent a first adhesive layer and a second adhesive layer, respectively, and the same numerals 
as in Fig. 25 indicate the same parts. 

As can be seen from Fig. 26. the third embodiment of this multilayered structure comprises a volume hologram 
layer 6 and a surface protective film 7 laminated on the volume hologram layer with the second adhesive layer 5" inter- 

55 leaved therebetween. It is here to be noted that the first and second adhesive layers 5" and 5" may be formed either of 
the same adhesive agent or of different adhesive agents. When the heat sealing agent is used as the adhesive agent, 
a heating roll or the like may be used to heat seal the whole surface of the multilayered structure, but preferably only the 
whole peripheral end portion thereof. The heat sealing is carried out at a temperature of 100°C to 180°C, and preferably 
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1?0°C to 160°C at which the influence of heating on the volume hologram layer can be reduced. 

For the sixth muhilayered volume hologram structure of the invention, it is preferable that the adhesive layers, vol- 
ume hologram layer and surface protective film are all transparent 

A label for making the sixth multilayered volume hologram structure of the invention is explained with reference to 
5 Figs. 27(a) and 27(b) that are sectional views thereof. 

in Figs. 27(a) and 27(b). reference numerals 1 0 and 1 1 represent a multilayered volume hologram structure-making 
label and a release paper, respectively, and the same numerals as in Figs. 25 and 26 indicate the same parts. 

A label 10 of Fig. 27(a) comprises an adhesive layer 5, a volume hologram layer 6 and a surface protective fflm 7 
laminated on the release paper 11 in the described order. When the first adhesive layer 5 is a heat sealing layer, the 
10 release paper 1 1 may be dispensed with. 

The release paper 1 1 may be the same as explained in conjunction with the label for making the first multilayered 
volume hologram structure of the invention. Upon removal of the release paper, the label is laminated at the first adhe- 
sive layer 5* on a substrate 2 with a photograph, etc. pasted thereon, so that a multilayered volume hologram structure 
can be obtained. 

15 A label of Fig. 27(b) comprises a first adhesive layer 5', a volume hologram layer 6, a second adhesive layer 5" and 
a surface protective film 7 laminated on the release paper 1 1 in the described order. Upon removal of the release paper 
1 1 , the label is laminated at the first adhesive layer 5' on a substrate 2 with a photograph, etc. pasted thereon, so that 
a multilayered volume hologram structure can be obtained. 

In what follows, the sixth multilayered volume hologram structure of the invention and the label for making the same 

20 will be explained with reference to illustrative examples 1 1 and 12. 

Iliustrative Example 1 1 

Preparation of Hologram-Recorded Material 

25 

A coating solution consisting of 100 parts of Omnidex 352 made by Du Pont (composed of 25 parts of photosensi- 
tive material, 55 parts of methyl ethyl ketone and 20 parts of toluene) and 20 parts of fine particles [reactive microgel 
(an acrylic type high-molecular colloid having an average primary particle diameter of 50 nm)] was coated on a 50 um 
thick PET film (Lumirror T-60 made by Toray Industries, Inc.) at a post<lrying thickness of 25 nm. Then, a 50 urn thick 
30 ethylene-vinyl alcohol copolymer film (Eval EF-E made by Kuraray Co., Ltd.) was laminated on the surface of the 
obtained recording layer to form a hologram recording medium. 

Using a Lippmann hologram making machine (Omnidex Copier manufactured by Du Pont) together with 514 nm Ar 
laser, a reflection type hologram diffraction grating was fabricated. 

Then, the hologram diffraction grating was irradiated with 1 mW/cm 2 ultraviolet radiation generated from a high 
35 pressure mercury-vapor tamp for 100 seconds, and heat treated at 120°C for 120 minutes. 

Preparation of Silicone Separator/Adhesive Laver 

An adhesive agent (Nissetsu PE-118 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
40 um thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 10 um. 

Preparation of Surface Protective Rim/Adhesive Laver/Silicone Separator 

An adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
45 um thick SP-PET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 10 um, and a polyethylene tereph- 
thalate film (a 50 um thick HP-7 made by Teijin Limited.) was then laminated on the surface of the adhesive layer. 

Preparation of Multilayered Volume Hologram Structure-Making Label 

so The ethylene-vinyl alcohol copolymer film (Eval EF-E made by Kuraray Co., Ltd) was removed from the hologram- 
recorded material, and the aforesaid silicone separator/adhesive layer was laminated on the hologram recorded mate- 
rial to obtain a PET film/hologram layer/adhesive layer/silicone separator multilayer structure. 

The PET fOm was removed from this multilayer structure while the silicone separator was removed from the afore- 
said surface protective layer/adhesive layer/silicone separator structure. Then, lamination was carried out to obtain a 

55 multilayered volume hologram structure-making label of Fig. 27(b), which comprised a surface protective film/adhesive 
layer/hologram layer/adhesive layer/silicone separator structure. 
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Preparation of Multilayered Volume Hologram Structure 

Upon a release of the silicone separator, the label was laminated at the adhesive layer on a paper substrate with a 
photograph pasted thereon, as shown in Fig. 26. 
5 After the multilayered volume hologram structure was allowed to stand alone for 24 hours, the multilayer structure 
was forcibly released therefrom. Consequently, the volume hologram layer fractured into pieces or broke down in the 
multilayered structure. 

Illustrative Example 12 

10 

Another sixth multilayered volume hologram structure and a label for making the same were prepared as in illustra- 
tive example 1 1 with the exception that the fine particles in the hologram recording material were changed to glass 
beads (having a refractive index of 1 .5 and a particle diameter of 4.0 urn). 

It is here to be noted that when the hologram recording material of illustrative example 1 1 was formed of the pho- 
is tosensitive material alone, i.e., with no addition of fine particles, the photosensitive material layer was found to have a 
refractive index of 1 .51 . 

Upon a release of the silicone separator, the label was laminated at the adhesive layer on a paper substrate with a 
photograph pasted thereon, as shown in Fig. 26. 

After the multilayered volume hologram structure was permitted to stand alone for 24 hours, the multilayer structure 
20 was forcibly released therefrom. Consequently, the volume hologram layer fractured into pieces or broke down in the 
multilayered structure. 

Next, the seventh multilayered volume hologram structure of the invention and the label for making the same are 
explained. 

The seventh multilayered volume hologram structure of the invention is explained with reference to Fig. 1 that is a 
25 front view of the first multilayered volume hologram structure of the invention as well as Fig. 28 that is a sectional view 
of the seventh multilayered volume hologram structure as taken along the A-A line in Fig. 1 and Rg. 29 that is a sec- 
tional view of another embodiment of the seventh multilayered volume hologram structure. In Figs. 28 and 29, reference 
numeral 9 stands for a monomer or plastidzer-containing resin or brittle layer. The same numerals as in Fig. 2 indicate 
the same parts. 

30 One embodiment of the seventh multilayered volume hologram structure comprises a substrate 2 and a personal 
information area or photograph of face 4 pasted on the substrate 2 with a photographic paste 3, as can be seen from 
Fig. 28. An adhesive layer 5, a volume hologram layer 6. a monomer or plastidzer-containing resin or brittle layer 9 and 
a surface protective film 7 are laminated on the substrate 2 and astride the photograph of face 4. 

The substrate 2, photographic paste 3, photograph of face or personal information area 4, volume hologram layer 

35 6 and surface protective film 7 may be the same as explained in conjunction with the first multilayered volume hologram 
structure of the invention, and the adhesive layer may be the same as explained in conjunction with the sixth multilay- 
ered volume hologram structure of the invention. 

For the resin in the monomer or plasticizer-containing resin layer 9, for instance, use may be made of polyethylene 
terephthalate, cellulose acetate, polyvinyl chloride, polyethylene, polymethyl methacrylate, and polyvinyl acetate. 

40 For the monomer contained in the resin layer, use may be made of photopolymerizable and photo-crosslinkable 
monomers, oligomers, and prepolymers having at least one ethylenicaily unsaturated bond per molecule as already 
mentioned in conjunction with the hologram-forming material in the first multilayered volume hologram structure of the 
invention, and their mixtures. For instance, unsaturated carboxytic acids and their salts, esters of unsaturated carboxylic 
acids and aliphatic polyhydric alcohol compounds, and amide combinations of unsaturated carboxylic acids and 

45 aliphatic polyhydric amine compounds may be exemplified. Exemplary monomers for the unsaturated carboxylic acids 
are acrylic acid, methacrylic acid, itaconic acid, crotonic acid, isocrotonic add. and maleic acid, which may have halo- 
gen substrtuents as in the case of chlorinated unsaturated carboxylic acids, brominated unsaturated carboxylic adds, 
and fluorinated unsaturated carboxylic adds. Exemplary salts of the unsaturated carboxylic adds are sodium, and 
potassium salts of the aforesaid adds. For specific examples, see those mentioned in conjunction with the first muftilay- 

so ered volume hologram structure of the invention. 

The monomers may be incorporated in the resin layer in an amount of 1% by weight to 90% by weight, and prefer- 
ably 5% by weight to 50% by weight thereby forming a coating solution. For instance, a solution of the resin and mon- 
omer dissolved in a mixed solvent (methyl ethyl ketone toluene = 1 :1) may be coated on the volume hologram layer at 
a post-drying thickness of 1 ^im to 100 urn, and preferably 3 urn to 30 urn by means of gravure coating, roll coating, 

55 blade coating, die coating or the like. Alternatively, the coating solution may be formed into film, which is in turn lami- 
nated on the volume hologram layer. 

The plasticizer-containing resin layer may be used in place of the monomer-containing resin layer 9. For the resin 
in the plasticizer-containing resin layer, for instance, use may be made of polyethylene terephthalate, cellulose acetate. 
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polyvinyl chloride, polyethylene, polymethyl methacrylate, and polyvinyl acetate. 

For the plastidzer. use may be made of those mentioned in conjunction with the fifth multilayered volume hologram 
structure of the invention. 

The amount of the plastidzer contained in the resin layer is in the range of 0.1% by weight to 50% by weight, and 
s preferably 5% by weight to 30% by weight. 

The plasticizer containing resin !»yer 9 may ha provided by coating a solution of the resin and plasticizer dissolved 
in a mixed solvent (methyl ethyl ketonertoluene = 1 :1) on the volume hologram layer at a post-drying thickness of 1 \im 
to 100 jim, and preferably 3 jim to 30 \im by gravure coating, roll coating, blade coating, die coating or the like. Alterna- 
tively, the coating solution may be formed into film, which is in turn laminated on the volume hologram layer. 
w Another embodiment of the seventh multilayered volume hologram structure of the invention is shown in Fig. 29 
wherein 5* and 5" indicate adhesive layers, and the same numerals as in Rg. 28 indicate the same parts. 

In the second embodiment of the seventh multilayered volume hologram structure of the invention, a surface pro- 
tective film 8 is laminated on a monomer or plastidzer-containing resin layer 9 with the adhesive layer 5" interleaved 
between them, as shown in Fig. 29. The adhesive layers may be the same as explained in conjunction with the sixth 
is multilayered volume hologram structure of the invention, and the adhesive layers 5* and 5" may be formed of the same 
adhesive agent or different adhesive agents. 

After constructed as mentioned above, the seventh multi-layered volume hologram structure of the invention is pref- 
erably heat treated at 80° C to 160°C for 1 minute to 300 minutes. This allows the monomer or plasticizer to come out 
of the resin layer 9, so that the volume hologram layer 6 adjacent to the resin layer 9 can be easily released therefrom, 
20 thereby ensuring prevention of falsification. Since the monomer or plasticizer passes into the volume hologram layer, it 
is possible to alter the peak wavelength of the volume hologram or widen the diffraction wavelength range of the volume 
hologram. 

Next yet another embodiment of the seventh multilayered volume hologram structure is similar to the first embod- 
iment thereof shown in Fig. 28 with the exception that the monomer or plastidzer-containing resin layer 9 is changed to 
25 a brittle layer 9. This embodiment, too, has the ability to prevent falsification. 

The brittle layer 9 comprises a resin and fine partides contained therein. For the resin, use may be made of a 
homopolymer or copolymer resin of styrene resin such as poly-a-methylstyrene; a homopolymer or copolymer resin of 
acrylic or methacrylic resin such as polymethyl methacrylate, polyethyi methacrylate. polymethyl acrylate. polyethyl acr- 
ylate, and polybutyl acrylate; a cellulose derivative such as ethyl cellulose, nitrocellulose, hydroxyethyl cellulose, cellu- 
30 lose acetate propionate, cellulose acetate butyrate, and cellulose acetate; one of polyvinyl alcohol, polyvinyl acetate, 
polyvinyl chloride, polypropylene, polyethylene and polyether resins or mixtures or copolymers of two or more thereof ; 
and a heat-curing resin such as phenolic resin, urea resin, and melamine resin. 

For the fine particles contained in the resin, for instance, use may be made of inorganic fine partides such as cal- 
cium carbonate, talc, china clay, kaolin, microsilica, titanium dioxide, glass flakes, asbestos, agalmatolite powders, silica 
35 powders, barium sulfate, and chamotte. 

Preferably, the amount of the fine partides to be contained in the resin is in the range of 80 parts by weight to 200 
parts by weight per 100 parts by weight of resin. The brittle layer has preferably a thickness of 4 nm to 40 urn. 

If the seventh multilayered volume hologram structure should be delaminated for the purpose of falsification, the 
protective film would be easily released from the volume hologram layer with or without the resin layer 9, while the vol- 
40 ume hologram layer would remain fixed to the substrate 2 or the photograph 4. If, in this case, the remaining hologram 
layer 6 should be forcibly stripped from the photograph, the hologram layer would break down certainly because of its 
softness and brittieness. 

In the seventh multilayered volume hologram structure, it is preferable that the adhesive layer, volume hologram 
layer, resin layer and surface protective film are all transparent. 
45 A label for making the seventh multilayered volume hologram structure is explained with reference to Figs. 30(a) 
and 30(b) that are sectional views of the multilayered construction thereof. 

In Figs. 30(a) and 30(b), reference numerals 10 and 1 1 represent a multilayered volume hologram structure-making 
label and a release paper, respectively, and the same numerals as in Rg. 29 indicate the same parts. 

A label 10 of Rg. 30(a) comprises an adhesive layer 5. a volume hologram layer 6, a monomer or plasticizer-con- 
so taining resin layer 9 and a surface protective film 7 laminated on the release paper 1 1 in the described order. 

The release paper 1 1 may be the same as explained in conjunction with the first multilayered volume hologram 
structure of the invention. Upon removal of the release paper, the label is laminated at the adhesive layer 5 on a sub- 
strate 2 with a photograph, etc. pasted thereon, so that the multilayered volume hologram structure of Fig. 28 can be 
obtained. 

55 A label of Rg. 30(b) comprises an adhesive layer 5', a volume hologram layer 6. a monomer or plastidzer-contain- 
ing resin or brittle layer 9. an adhesive layer 5" and a surface protective film 7 laminated on the release paper 1 1 in the 
described order. Upon removal of the release paper 1 1 , the label is laminated at the adhesive layer 5' on a certif icate 
or substrate 2 with a photograph, etc. pasted thereon, as shown in Rg. 29, so that a multilayered volume hologram 
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structure is obtained. 

In what follows, the seventh multilayered volume hologram structure of the invention and the label for making the 
same will now be explained with reference to illustrative examples 13. 14 and 15 wherein by *% w is intended "% by 
weight" . 

5 

Illustrative Example 13 

Preparatipp of Hologram-Recorded Material 

10 A Uppmann hologram was recorded on a hologram recording film (Omnidex 706 made by Du Pont) comprising a 
multilayer construction of polyethylene terephthalate (PET) film/hologram recording material/polyvinyl chloride film. 
Upon removal of the polyvinyl chloride film from this multilayer construction, a film obtained by providing a vinyl acetate 
resin layer containing 20% of phenoxy acrylate on a polyethylene terephthalate (PET) film was laminated on the holo- 
gram-recorded material, followed by a 1 20-minute heat treatment at 120°C. 

15 

Preparation of Silicone Separator/Adhesive Layer 

An adhesive agent (Nissetsu PE-118 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
urn thick SP-SET made by Tokyo Cellophane Paper Co.. Ltd.) at a dry thickness of 10 um. 

20 

Preparation of Surface Protective Film/Adhesive Lqyer/Silicone Separator 

An adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator (a 50 
um thick SP-SET made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 10 um, and a polyethylene tereph- 
25 thalate film (Lumirror T60 made by Toray Industries, Inc.) was laminated on the surface of the adhesive layer. 

Preparation of Multilayered Volume Hologram Structure-Making Label 

The aforesaid hologram-recorded material, from which the polyvinyl chloride film was removed, was laminated on 
30 the aforesaid silicone separator/adhesive layer to obtain a PET film/monomer-containing resin layer/hologram 
layer/adhesive layer/silicone separator multilayer structure. 

The PET film was removed from the multilayer structure while the silicone separator was removed from the afore- 
said surface protective film/adhesive layer/silicone separator. Then, lamination was carried out to obtain the multilay- 
ered volume hologram structure-making label shown in Fig. 30(b), which comprised a surface protective film/adhesive 
35 layer/monomer-containing resin layer/hologram layer/adhesive layer/silicone separator structure. 

Preparation of Muttilavered Volume Hologram Structure 

Upon a release of the silicone separator, the label was laminated at the adhesive layer on a paper substrate with a 
40 photograph pasted thereon, as shown in Fig. 29. 

After allowed to stand alone for 24 hours, the multi-layered volume hologram structure was forcibly delaminated. 
Consequently, the monomer-containing resin layer was released from the hologram layer at their interface. Then, the 
hologram layer remaining on the substrate was forcibly stripped therefrom. As a result, the hologram layer broke down. 

45 Illustrative Example 14 

A multilayered volume hologram structure-making label and a multilayered volume hologram structure were pre- 
pared as in illustrative example 13 with the exception that the following hologram-recorded material was used instead 
of the hologram-recorded material of illustrative example 13. 

50 

Preparation of HolpqranvRecorded Material 

A Lippmann hologram was recorded on a hologram recording film (Omnidex 706 made by Du Pont) comprising a 
multilayer construction of polyethylene terephthalate (PET) film/hologram recording material/polyvinyl chloride film. 
55 Upon removal of the polyvinyl chloride film from this multilayer construction, a film obtained by providing an acrylic resin 
layer containing 30 parts by weight of 2-ethyIhexyl phthalate (DOP) (of 20 u/n in thickness) on a polyethylene tereph- 
thalate (PET) film was laminated on the hologram-recorded material, followed by a 120°C heat treatment for 120 hours. 

After allowed to stand alone for 24 hours, the multilayered volume hologram structure was forcibly delaminated. 
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Consequently, the plasticizer^containing resin layer was released from the hologram layer at their interface. Then, the 
hologram layer remaining on the substrate was forcibly released therefrom. As a result, the hologram layer broke down. 

Illustrative Example 15 

A multilayered volume hologram structure-making iabei and a inuiii layered volume hologram structure were pre- 
pared as in illustrative example 13 with the exception that the following hologram-recorded material was used instead 
of the hologram-recorded material of illustrative example 13. 



10 Preparation of Hologram- Recorded Material 

A Lippmann hologram was recorded on a hologram recording medium obtained by laminating a hydroxyethyl cel- 
lulose resin layer (of 20 urn in thickness) containing 20% of polystyrene beads, a hologram recording material layer (of 
20 urn in thickness, and Omnidex 706 made by Du Pont) and a polyvinyl chloride film on a polyethylene terephthalate 
is (PET) film. 

After allowed to stand alone for 24 hours, the multilayered volume hologram structure was forcibly delaminated. 
Consequently, delamination occurred in the brittle layer. Then, the hologram layer remaining on the substrate was for- 
cibly stripped therefrom. As a result, the hologram layer broke down. 

Next, the eighth multilayered volume hologram structure of the invention and the label for making the same are 
20 explained. 

The eighth multilayered volume hologram structure of the invention is explained with reference to Fig. 1 that is a 
front view of the first multilayered volume hologram structure of the invention as well as Fig. 31 that is a sectional view 
of the eighth multilayered volume hologram structure as taken along the A-A line in Fig. 1 , Fig. 32 that is a plan view of 
a pattern example of a patterned layer where adhesion varies in a site-depending manner, Fig. 33 that is a sectional 
25 view of another embodiment of the eighth multilayered volume hologram structure, and Fig. 34 that is a sectional view 
of yet another embocfiment of the eighth multilayered volume hologram structure. In these drawings, reference numeral 
9 represents a patterned layer where adhesion varies from site to site, and the same numerals as in Fig. 2 indicate the 
same parts. 

In the first embodiment of the eighth multilayered volume hologram structure of the invention, a personal informa- 
30 tion area or photograph of face 4 is pasted on a substrate 2 with a photographic paste 3, as shown in Fig. 31 . A first 
adhesive layer 5', a volume hologram layer 6, a patterned layer 9 with varying adhesion and a surface protective film 7 
are laminated on the substrate 2 and astride the personal information area or photograph of face 4. 

The substrate 2, photographic paste 3, photograph of face or personal information area 4, adhesive layer 5'. and 
volume hologram layer 6 may be the same as explained in conjunction with the first multilayered volume hologram struc- 
35 ture of the invention, and the adhesive layer may be the same as explained in conjunction with the sixth multilayered 
volume hologram structure of the invention. 

The surface protective film 7 may be the same as explained in conjunction with the first multilayered volume holo- 
gram structure of the invention. When the patterned layer to be described later is a patterned release layer, the surface 
of the release layer, on which the hologram-recorded layer 6 is to be laminated, is preferably subjected to a primer treat- 
40 ment or adhesion-improving treatment, thereby improving the adhesion between the release layer and the hologram- 
recorded layer. When the patterned layer is formed of a primer layer or a layer already treated for adhesion-improving 
purposes, however, such treatments may be dispensed with. 

The primer treatment, for instance, may be achieved by the coating of a resin such as silicone resin, acrylic resin, 
vinyl chloride-vinyl acetate copolymer resin, nitrocellulose, polyester resin, and polyamide resin with an acid treating 
45 solution composed mainly of phosphoric acid, and maleic acid or an alkali treating solution oomposed of shellac. 

The adhesiorvimproving treatment, for instance, may be achieved by sandblasting, chemical etching, flame treat- 
ment, ozone treatment, corona discharge treatment, ultraviolet radiation curing treatment, electron beam treatment, 
radiation treatment, graft polymerization, plasma treatment, plasma graft polymerization, plasma polymerization, vac- 
uum ultraviolet light treatment and photopdymerization. 
so The patterned layer 9 is explained. 

Between the volume hologram layer 6 and the surface protective film 7 in the eighth multilayered volume hologram 
structure, there is located the patterned layer 9 for allowing the adhesion between them to vary in a site-depending 
manner. In Fig. 32, the patterned layer 9 is shown in a bar code form, with reference numeral 9* indicating a non-pat- 
terned zone. The patterned layer 9 may be provided not only in a bar code form but also in a round spot or checked 
55 form; no particular limitation is imposed on the shape of the patterned layer 9 if patterned and non-patterned zones are 
simultaneously provided on the volume hologram layer 6. 

The patterned layer 9 may be formed of a release agent layer which facilitates a release of the surface protective 
layer 7. Alternatively or as an example, the patterned layer 9 may be obtained by subjecting the surface of the surface 
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protective film to a pattern-wise primer treatment or an adhesion-improving treatment 

The release agent layer may be formed by the pattern-wise coating of a fluorine release agent, a silicone release 
agent, a stearate release agent, and a wax release agent The adhesion-improving primer layer may be formed by the 
pattern-wise coating of a resin such as silicone resin, acrylic resin, vinyl chloride-vinyl acetate copolymer resin, nitro- 
cellulose, polyester resin, and polyamide resin with an acid treating solution composed mainly of phosphoric add, and 
maleic acid or an alkali treating solution composed uf bhellac. The adhesion improving treatment, for instance, may be 
achieved by sandblasting, chemical etching, flame treatment, ozone treatment, corona discharge treatment, ultraviolet 
radiation curing treatment, electron beam treatment, radiation treatment graft polymerization, plasma treatment, 
plasma graft polymerization, plasma polymerization, vacuum ultraviolet light treatment, and photopolymerization. 

Instead of using the aforesaid patterned layer 9, it is also acceptable to treat the volume hologram layer and surface 
protective f Dm in such a manner that the mutual adhesion between them can be increased or decreased upon irradia- 
tion with ultraviolet radiation or heating. 

When, for instance, the hologram-recorded material or the surface protective film material has a carbon-carbon 
double bond or a hydroxyl, amino, carboxyl, suHone or mercapto group, the mutual adhesion between the hologram 
layer and the surface protective film is increased upon the irradiation of them with ultraviolet radiation or the application 
of heat thereto because covalent bonds or hydrogen bonds occur or increase between them. On the other hand, the 
mutual adhesion between the hologram layer and the surface protective film is decreased or lost by a decrease in the 
area of contact or an increase in the glass transition temperature due to polymerization reactions, etc. 

Thus, the mutual adhesion between the volume hologram layer and the surface protective film is increased or 
decreased upon the irradiation of them with ultraviolet radiation or the application of heat thereto. To this end, the vol- 
ume hologram layer and surface protective film are exposed to ultraviolet radiation or heated in a pattern-wise manner 
through a mask, so that the mutual adhesion therebetween can vary between the exposed or heated regions and the 
unexposed or unheated regions. 

If the first embodiment of the eighth multilayered volume hologram structure is delaminated lor the purpose of fal- 
sification by making a photograph replacement, the volume hologram layer 6 would fracture into two portions, one por- 
tion at the exposed or heated regions 9 being released together with the surface protective layer and the other portion 
at the unexposed or unheated regions 9* remaining fixed on the substrate side. This is because the volume hologram 
layer is formed of a soft material such as acrylic resin or gelatin. Even if the volume hologram layer 6 would not fracture 
into such portions, the recorded hologram image would discolor because of an elongation of the volume hologram layer 
either at the exposed or heated regions or at the unexposed or unheated regions. It is thus absolutely impossible to 
reuse the first embodiment of the eighth multilayered volume hologram structure of the invention. 

Another embodiment of the eighth multilayered volume hologram structure of the invention is then explained with 
reference to Fig. 33. The second embodiment is similar to the aforesaid first embodiment with the exception that the 
mutual adhesion between the volume hologram layer and the surface protective film is relatively decreased. To make 
up for this, a second adhesive layer 5" is interleaved between the volume hologram layer 6 and the surface protective 
film 7, as can be seen from Fig. 33. A patterned layer 9 may be disposed between the second adhesive layer 5" and 
the surface protective film 7, as can be seen from Fig. 33. In this case, the patterned layer 9 may be the same as 
explained in conjunction with the first embodiment mentioned just above, and the surface of the protective layer 7 to be 
laminated may be treated as in the first embodiment 

Although not illustrated, the patterned layer 9 may be disposed between the volume hologram layer 6 and the sec- 
ond adhesive layer 5'\ In this case, the patterned layer 9 may be formed of the same pattern form of release agent layer 
or primer layer as explained in conjunction with the first embodiment, among which the release agent layer is preferred. 
Preferably, the surface of the protective film 7 is subjected to a primer or adhesion-improving treatment for the purpose 
of improving adhesion. When the surface protective film contains a plasticizer, it is preferable to provide the second 
adhesive layer 5", thereby protecting the recorded hologram against the influence of the plasticizer. 

In the second embodiment, too, the volume hologram layer 6 may fracture into two portions, one portion at the 
exposed or heated regions bang released together with the surface protective film and the other portion at the unex- 
posed or unheated regions remaining fixed on the substrate side. It is thus absolutely impossible to reuse the volume 
hologram layer. 

Yet another embodiment of the eighth multilayered volume hologram structure of the invention is explained with ref- 
erence to Rg. 34. This third embodiment is similar to the aforesaid second embodiment with the exception that a pat- 
terned layer 9 is disposed between a f irst adhesive layer 5 and a volume hologram layer 6. The patterned layer 9 may 
be the same pattern form of release agent layer or primer layer as explained in conjunction with the aforesaid first 
embodiment, among which the release agent layer is preferred. The surface of the protective film to be laminated is 
preferably subjected to a primer or adhesion-improving treatment for the purpose of enhancing adhesion. It is here to 
be noted that the second adhesive layer 5" is provided while both the adhesion between the surface protective film and 
the volume hologram layer and the adhesion between the substrate and the volume hologram layer are taken into con- 
sideration. When the adhesion of the volume hologram layer is high, the second adhesive layer 5 W may be dispensed 
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with. 

Although not illustrated, the patterned layer 9 may be located between the first adhesive layer ? and a photograph 
4 or personal information area 4'. in this case, the patterned layer 9 may be formed of the same pattern form of release 
agent layer or primer layer as explained in conjunction with the first embodiment, among which the release agent layer 
5 is preferred. Preferably, the surface of the protective film to be laminated is subjected to a primer or adhesion-improving 
treatment for the purpose of enhancing adhesion. When the surface protective film contains a plastidzer, it is preferable 
to provide the second adhesive layer 5 N , thereby protecting the recorded hologram against the influence of the plasti- 
cizer. 

In the third embodiment, too, the volume hologram layer 6 may fracture into two portions, one portion at the 
10 exposed or heated regions being released together with the surface protective film and the other portion at the unex- 
posed or unheated regions remaining fixed on the substrate side. It is thus absolutely impossible to reuse the volume 
hologram layer. 

Throughout the first to third embodiments mentioned above, it is preferable that the adhesive layers, volume holo- 
gram layer, patterned layer for achieving varying adhesion from site to site and the surface protective film are all excel- 
15 lent in transparency. Especially if the patterned layer 9 is transparent, it is then possible to achieve ever higher security. 
A label for making the eighth multilayered volume hologram structure of the invention is explained with reference to 
Figs. 36(a), 36(b) and 36(c) that are sectional views of the multilayer constructions thereof. 

In Figs. 36(a), 36(b) and 36(c), reference numerals 10 and 1 1 represent a multilayered volume hologram structure- 
making label and a release paper, respectively, and the same numerals as in Figs. 31 to 33 indicate the same parts. 
20 The first embodiment of the label for making the eighth multilayered volume hologram structure of the invention is 
applied to the fabrication of the first embodiment of the eighth multilayered volume hologram structure of the invention. 
As shown in Fig. 36(a), a label 1 0 comprises a first adhesive layer 5\ a volume hologram layer 6, a patterned layer 9 for 
achieving varying adhesion from site to site and a surface protective film 7 laminated on the release paper 11 in the 
described order. 

25 The release paper 1 1 may be the same as explained in conjunction with the first embodiment of the eighth multi- 
layered volume structure mentioned above. Upon removal of the release paper, the label is laminated at the first adhe- 
sive layer 5* on a substrate 2 with a photograph, etc. pasted thereon, so that the multilayered volume hologram structure 
shown in Fig. 31 can be obtained. 

A label of Fig. 36(b) is a second embodiment of the label for making the eighth multilayered volume hologram struc- 

30 ture, and comprises a first adhesive layer 5', a volume hologram layer 6, a second adhesive layer 5", a patterned layer 
9 for achieving varying adhesion from site to site and a surface protective film 7 laminated on the release paper 1 1 in 
the described order. The release paper and so on may be the same as mentioned above. 

A label 10, from which the release paper 1 1 is removed, is laminated at the first adhesive layer 5* on a substrate 2 
with a photograph, etc. pasted thereof, so that the multilayered volume hologram structure shown in Fig. 33 can be 

35 obtained. 

A label of Fig. 36(c) is a third embodiment of the label for making the eighth multilayered volume hologram struc- 
ture, and comprises a first adhesive layer 5*. a patterned layer 9 for achieving varying adhesion from site to site, a vol- 
ume hologram layer 5, a second adhesive layer 5" and a surface protective film 7 laminated on the release paper 1 1 in 
the described order. The release paper and so on may be the same as mentioned above. 
40 A label 10, from which the release paper 1 1 is removed, is laminated at the first adhesive layer 5' on a substrate 2 
with a photograph, etc. pasted thereof, so that the multilayered volume hologram structure shown in Fig. 34 can be 
obtained. 

In what follows, the eighth multilayered volume hologram structure of the invention and the label for making the 
same will now be explained with reference to illustrative examples 16 to 20. 

45 

Illustrative Example 16 

Preparation of Hologram-Recorded Layer 

so A Lippmann hologram was recorded on a hologram recording film obtained by laminating a hologram recording 
material (a 20 thick Omnidex 706M made by Du Pont) and a polyethylene terephthalate (PET) film of 25 \im in thick- 
ness on a polyethylene terephthalate (PET) film of 50 urn in thickness in the described order. Thereafter, the 25 jim thick 
PET film was removed from the hologram-recorded material, and a PET film coated with a polyvinyl acetate layer was 
laminated on the surface of the hologram-recorded material, followed by a 24-minute heating at 120°C. 

55 

Preparation of Surface Protective Film/Patterned Laver/Volume Hologram Laver/PET Film 

A silicone release agent (KE-42TS made by The Shin-Etsu Chemical Co., Ltd.) was pattern coated on a transpar- 
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ent surface protective film (a 25 um thick PET film) at a post-drying thickness of 1 urn, as shown in Fig. 32, thereby 
obtaining a patterned layer comprising an array of treated and untreated regions. This patterned layer was laminated 
on the surface of the volume hologram layer exposed by releasing the PET film coated with a polyvinyl acetate layer 
from the hologram-recorded layer, thereby obtaining a surface protective film/patterned layer/volume hologram 
5 layer/PET film, which was then heated at 120°C for 60 minutes for bonding. 

Preparation of Silicone Separator A/First Adhesive Laver/Silicone Separator B 

An acrylic adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator 
10 A (a 50 um thick SP-PET05 made by Tokyo Cellophane Paper Co. , Ltd.) at a dry thickness of 1 5 urn, and a silicone sep- 
arator B (a 50 urn thick SP-PET02 made by Tokyo Cellophane Paper Co., Ltd.) was laminated on the adhesive layer. 

Preparation of Muttilavered Volume Hologram Structure-Making Label 

15 The PET film was removed from the surface protective f flm/|pattemed layer/volume hologram layer/PET film while 
the silicone separator A was removed from the silicone separator A/first adhesive layer/silicone separator B. Then, lam- 
ination was carried out to obtain a multilayered volume hologram structure-making label comprising a surface protective 
film/patterned layer/volume hologram layer/First adhesive layer/silicone separator B. 

20 Preparation of M ultilavered Volume Hologram Structure 

Upon a release of the silicone separator B, the thus obtained multilayered volume hologram structure-making label 
was laminated at the first adhesive layer on a paper substrate with a photograph, etc. pasted thereon, as shown in Fig. 
31 , thereby obtaining a multilayered volume hologram structure according to the invention. 
2S After allowed to stand alone for 24 hours, the hologram label was forcibly stripped from the paper substrata At the 
patterned regions, the surface protective film could be easily released, but the hologram layer broke down at the non- 
patterned regions because it was released following the surface protective film. It was thus absolutely impossible to 
reuse the volume hologram layer. 

30 Illustrative Example 17 

Preparation of Hplpgrgyn-Recorded Layer 

A Uppmann hologram was recorded on a hologram recording f Dm (Omnidex 706 made by Du Pont) obtained by 
35 laminating a hologram recording material layer and a polyvinyl chloride (PVC) film on a polyethylene terephthalate 
(PET) film in the described order. Thereafter, the PVC film was removed from the hologram recording film, and a PET 
film coated with a polyvinyl acetate layer was laminated on the hologram recording material, followed by a 24-minute 
heating at 120°C. 

40 Preparation of Surface Protective HIrn/Patterned Layer/Second Adhesive Laver/Silicone Separator 

An acrylic adhesive agent (Nissetsu PE-1 1 8 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator 
(a 50 um thick SP-PET05 made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 15 um. 

On the other hand, a silicone release agent (KE-42TS made by Trie Shin-Etsu Chemical Co., Ltd.) was pattern 
45 coated on a stretched polypropylene film (a 30 um thick OPP film, OPU-1 made by Tokyo Cellophane Paper Co., Ltd.) 
at a post-drying thickness of 1 um as in illustrative example 16, and then was laminated on the adhesive layer of the 
acrylic adhesive layer/silicone separator obtained as just mentioned above to obtain a surface protective film/patterned 
layer/second adhesive layer/silicone separator multilayer structure. 

so Preparation of Surface Protective Rlrn/Patterned Laver/Second Adhesive Laver/Volume Hologram Layer/PET film 

The PET film coated with a polyvinyl acetate layer was removed from the hologram-recorded layer while the sili- 
cone separator was removed from the surface protective f ilm/f>atterned layer/second adhesive layer/silicone separator 
multilayer structure. Then, lamination was carried out to obtain a surface protective film/patterned layer/second adhe- 
55 sive layer/volume hologram layer/PET film mutlilayer structure. 
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Preparation of Multilayered Volume Hologram Structure-Making Label 

The PET film was removed from the surface protective f Dm/patterned layer/second adhesive layerAralume holo- 
gram layer/PET film while the silicone separator A was removed from the silicone separator A/Tirst adhesive layer/sili- 

5 cone separator B prepared in illustrative example 16. Then, lamination was carried out to obtain a multilayered volume 
hologram structure-making label comprising a surface protective film/patterned layer/second adhesive layer/volume 
hologram layer/first adhesive !sye»w!iccri6 separata B iiwiiiiayer structure. 

This multilayered volume hologram structure-making label was used as in illustrative example 16 to make a multi- 
layer ed volume hologram structure. The hologram label was forcibly stripped from the paper substrate as in illustrative 

10 example 1 6. At the patterned regions, the surface protective film could be easily released, but the hologram layer broke 
down at the non-patterned regions because it was released following the surface protective film. It was thus absolutely 
impossible to reuse the volume hologram layer. 

Illustrative Example 18 

75 

P re par a tion of Ho l ogra m-Recorded layer 

A Uppmann hologram was recorded on a hologram recording film (Omnidex 706 made by Du Pont) obtained by 
laminating a hologram recording material layer and a polyvinyl chloride (PVC) film on a polyethylene terephthalate 
20 (PET) film in the described order. Thereafter, the PVC film was removed from the hologram-recorded layer, and a re- 
releasabte acrylic adhesive film (San'rtechto H225E made by Sanei Kaken Co., Ltd.) was laminated on the hologram- 
recorded material, followed by a 24-minute heating at 120°C. 

Preparation of Surfope Protective Film/Second Adh esive Layer/Silicone Separator 

25 

An acrylic adhesive agent (Nissetsu PE-118 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator 
(a 50 urn thick SP-PET05 made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 15 urn. Then, a stretched 
polypropylene film (a 30 \um thick OPP film, OPU-1 made by Tokyo Cellophane Paper Co.. Ltd.) was laminated on the 
acrylic adhesive layer. 

30 

Preparation of Surface Protective Film/Second Adhesive Laver/Volume Hologram Layer/PET Film 

The silicone separator was removed from the surface protective film/second adhesive layer/silicon e separator 
obtained as mentioned above while the re-releasable acrylic adhesive film was removed from the hologram-recorded 
35 layer obtained as mentioned above. Then, lamination was carried out to obtain a surface protective film/second adhe- 
sive layerA«>lume hologram layer/PET film. 

Preparation of Silicone Separator B/First Adhesive Layer/Patterned Laver/Silicone Separator A 

40 An acrylic adhesive agent (Nissetsu PE-118 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator 
B (a 50 pm thick SP-PET02 made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 15 pm. 

A silicone release agent (KE-42TS made by The Shin-Etsu Chemical Co., Ltd.) was pattern coated on a silicone 
separator A (a 50 urn thick SP-PET05 made by Tokyo Cellophane Paper Co., Ltd.) at a post-drying thickness of 1 urn 
as in illustrative example 16, and then laminated on the adhesive layer of the acrylic adhesive layer/silicone separator 

45 obtained as just mentioned above to obtain a silicone separator BAirst adhesive layer/patterned layer/silicone separator 
A multilayer structure. 

Preparation of Multilayered Volume Hologram Structure-Making Label 

so The PET film was removed from the surface protective film/second adhesive layer/volume hologram layer/PET film 
obtained as mentioned above while the silicone separator A was removed from the silicone separator Brtirst adhesive 
layer/patterned layer/silicone separator A obtained as mentioned above. Then, lamination was carried out to obtain a 
multilayered volume hologram structure-making label comprising a surface protective film/second adhesive layer/vol- 
ume hologram layer/patterned layer/first adhesive layer/silicone separator B. 

55 This multilayered volume hologram structure-making label was used as in illustrative example 16 to make a multi- 
layered volume hologram structure. The hologram label was forcibly stripped from the paper substrate as in illustrative 
example 16. At the patterned regions, the hologram label could be easily released, but the hologram layer broke down 
at the non-patterned regions because it was released following the surface protective film. It was thus absolutely impos- 
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sible to reuse the volume hologram layer. 

Illustrative Example 19 

Preparation of Hologram-Recorded Layer 

A Uppmann hologram was recorded on a hologram recording film (Omnidex 706M made by Du Pont) obtained by 
laminating a hologram recording material layer and a polyethylene terephthalate film (a 25 um thick PET film) on a pol- 
yethylene terephthalate film (a 50 urn thick PET film) in the described order, followed by removal of the 25 um thick PET 
film. Apart from this, a PP film was removed from a color tuning film (CTF 75 made by Du Pont) comprising a PET film 
(25 um)/color tuning f flm (about 20 umypolypropylene film (PP film) multilayer structure. Then, this color tuning film was 
laminated on the hologram recording material layer of the hologram-recorded layer, followed by a 12-minute heating at 
120°C. The multilayer structure obtained in this case was composed of a PET film (50 um)/hoiogram layer/color tuning 
layer/PETfilm (25 um). 

Preparation of Partially Corona Treated Surface Protective Film/Second Adhesive laver/Silicone Separator 

A partially corona treated OPP film was prepared by corona treating a stretched polypropylene film (a 20 mm thick 
OPP film made by Tokyo Cellophane Paper Co., Ltd.) through a Teflon resin mask in such a manner that a masked por- 
tion was corona treated and an unmasked portion was not. 

An acrylic adhesive agent (Nissetsu PE-1 1 8 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator 
(a 50 um thick SP-PET05 made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 20 um. Then, the partially 
corona treated OPP film was laminated on the adhesive layer. 

Preparation of Partially Corona Treated Surface Protective F ilm/Second Adhesive Laver/Volume Hologram Layer/Color 
Tuning Rim Laver/PET Rim 

The silicone separator was removed from the surface protective film/silicone separator obtained as mentioned 
above while the 50 um thick PET film was removed from the hologram-recorded layer obtained as mentioned above. 
Then, lamination was carried out to obtain a partially corona treated surface protective film/second adhesive layer/vol- 
ume hologram layer/color tuning f flm layer/PET film (25 um) multilayered structure. 

Preparation of Silicone Separator A/Rrst Adhesive Layer/Silicone Separator B 

An acrylic adhesive agent (Nissetsu PE-1 1 8 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator 
A (a 50 um thick SP-PET05 made by Tokyo Cellophane Paper Co.. Ltd.) at a dry thickness of 20 um. 

A silicone separator B (a 50 um thick SP-PET02 made by Tokyo Cellophane Paper Co., Ltd.) subjected to a release 
treatment on both surfaces was laminated on the adhesive layer to obtain a silicone separator A/first adhesive layer/sil- 
icone separator B. 

Preparation of Mutiilavered Volume Hologram Structure-Making Label 

The color tuning film layer/PET film (25 um) was removed from the surface protective film/second adhesive 
layer/volume hologram layer/color tuning film layer/PET fflm (25 um) obtained as mentioned above while the silicone 
separator A was removed from the silicone separator A/First adhesive layer/silicone separator B obtained as mentioned 
above. Then, lamination was carried out to obtain a partially corona treated surface protective film/second adhesive 
layer/yolume hologram layer/jDatterned layer/first adhesive layer/silicone separator B. 

This multilayered volume hologram structure-making label was used as in illustrative example 16 to obtain a multi- 
layered volume hologram structure. The hologram label was forcibly stripped from the paper substrate as in illustrative 
example 16. The hologram in the volume hologram layer broke down because of a large adhesion strength difference 
between the corona treated region and the untreated region. It was thus absolutely impossible to reuse the volume 
hologram layer. 

Illustrative Example 2Q 

Preparation of Hologram- Recorded Laver 

A Uppmann hologram was recorded on a hologram recording film obtained by laminating a hydroxyl group-contain- 
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ing hologram recording material layer (of 20 in thickness; a product made by Du Pont) and an ethyiene-vinyl alcohol 
copolymer film (EVOH film) laminated on a polyethylene terephthalate film (PET film) in the described order. The holo- 
gram recording film was patterned by irradiating and heating the EVOH film with far infrared radiation using a mask. Fur- 
ther, the hologram recording film was uniformly irradiated all over the surface with ultraviolet radiation to obtain a surface 
protective f Dm/patterned layer/volume hologram iayer/PET film multilayer structure, with a partial adhesive force differ- 
ence between the surface protective fSm and the volume hologram layer. 

At the heated positions, the interaction due to hydrogen bonds between the EVOH film and the hologram recording 
material is increased so that the adhesion therebetween can be enhanced. As a result, there is obtained a multilayered 
structure comprising a surface protective film, a hologram layer in partial contact with the surface protective film and a 
PET f Om, with a partial adhesion strength difference between the surface protective film and the hologram layer. 

Preparation of silicone Separator A/First Adhesive Laver/Silicone Separator B 

An acrylic adhesive agent (Nissetsu PE-1 18 made by Nippon Carbide Co., Ltd.) was coated on a silicone separator 
A (a 50 pm thick SP-PET05 made by Tokyo Cellophane Paper Co., Ltd.) at a dry thickness of 20 pm. 

A silicone separator B (a 50 um thick SP-PETB2 made by Tokyo Cellophane Paper Co., Ltd.) subjected to a release 
treatment on both surfaces was laminated on the adhesive layer to obtain a silicone separator A/first adhesive layer/sil- 
icone separator B. 

Preparation of Multilayered Volume Hologram Structure-Making Label 

The PET film (25 urn) was removed from the partial contact surface protective film/volume hologram Iayer/PET film 
(25 urn) obtained as mentioned above while the silicone separator A was removed from the silicone separator A/first 
adhesive layer/silicone separator B obtained as mentioned above. Then, lamination was carried out to obtain a partial 
contact surface protective film/volume hologram layer/first adhesive layer/silicone separator B. 

This multilayered volume hologram structure-making label was used as in illustrative example 16 to obtain a multi- 
layered volume hologram structure. The hologram label was forcibly stripped from the paper substrate as in illustrative 
example 16. The hologram in the volume hologram layer broke down because of a large adhesion strength variation 
between the sites subjected to the partial contact treatment and the sites not subjected. It was thus absolutely impos- 
sible to reuse the volume hologram layer. 

APPLICABILITY OF THE INVENTION TO INDUSTRY 

The present invention is to determine whether or not a volume hologram image bonded to an ID card or other cer- 
tificate with a photograph and a personal information area pasted thereof has broke down, thereby preventing falsifica- 
tion of the ID card. When the volume hologram layer is forcibly stripped off for the purpose of making a photograph 
replacement or falsifying the personal information area, the volume hologram layer can break down certainly. This 
makes it possible to provide a multilayered volume hologram structure according to which a photograph replacement or 
falsification of an information area is absolutely impossible, and a label for making the same. 

Claims 

1. A multilayered volume hologram structure comprising a substrate for a certificate or the like, and a re-bondable 
adhesive layer, a volume hologram layer and a surface protective film laminated on said substrate in the described 
order, characterized in that a peel strength, with which a multilayer structure consisting of said volume hologram 
layer and said surface protective film is peeled from said substrate, is greater than a breaking strength or a tensile 
strength at 1% elongation of said structure consisting of said volume hologram layer and said surface protective 
film. 

2. The multilayered volume hologram structure according to claim 1, characterized in that the peel strength, with 
which said multilayer structure consisting of said volume hologram layer and said surface protective film is peeled 
from said substrate, is 0.1 Kg/25 mm to 5.0 Kg/25 mm, and a multilayer structure consisting of said re-bondabie 
adhesive layer, said volume hologram layer and said surface protective film has a breaking strength or a tensile 
strength at 1% elongation of 0.01 Kg/mm 2 to 5.0 Kg/mm 2 . 

3. The multilayered volume hologram structure according to claim 1 or 2, characterized in that another rebondable 
adhesive layer is interleaved between said volume hologram layer and said surface protective film. 
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• 4. The multiiayered volume hologram structure according to any one of claims 1 to 3, characterized in that said sur- 
face protective film is subjected to a hard coat treatment on a surface thereof. 

5. The muftilayered volume hologram structure according to any one of claims 1 to 4, characterized in that said sur- 
s face protective film is subjected to a release treatment on a surface thereof. 

6. A label used for making a multiiayered volume hologram structure as recited in claim 1, characterized by compris- 
ing a release paper and a re-bondable adhesive layer, a volume hologram layer and a surface protective film lami- 
nated on said release paper in the described order, said label being pasted on a substrate for a certificate or the 

10 like upon removal of said release paper. 

7. The multiiayered volume hologram structure-making label according to claim 6, characterized in that a peel 
strength, with which a multilayer structure consisting of said volume hologram layer and said surface protective film 
is peeled from said substrate, is 0.1 Kg/25 mm to 5.0 Kg/25 mm. and a multilayer structure consisting of said re- 

15 bondable adhesive layer, said volume hologram layer and said surface protective film has a breaking strength or a 
tensile strength at 1% elongation of 0.01 Kg/mm 2 to 5.0 Kg/mm 2 . 

8. The multiiayered volume hologram structure-making label according to claim 6 or 7, characterized in that another 
re-bondable adhesive layer is interleaved between said volume hologram layer and said surface protective film. 

20 

9. A multiiayered volume hologram structure comprising a substrate, and a first adhesive layer, a volume hologram 
layer, a second adhesive layer and a surface protective film laminated on said substrate in the described order, 
characterized in that said second adhesive layer is weaker in adhesion than said first adhesive layer, and when said 
surface protective film is released from said multiiayered volume hologram structure in a given releasing direction, 

25 a releasing line is produced in a direction at right angles with respect to said releasing direction. 

1 0. A multiiayered volume hologram structure comprising a substrate, and a third adhesive layer, a colored sheet, a first 
adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective film laminated on said 
substrate in the described order, characterized in that said second adhesive layer is weaker in adhesion than said 

30 first adhesive layer and said third adhesive layer, and when said surface protective film is released from said multi- 
layered volume hologram structure in a given releasing direction, a releasing line is produced in a direction at right 
angles with respect to said releasing direction. 

11. The multiiayered volume hologram structure according to claim 1 or 2, characterized in that a peel strength, with 
35 which said surface protective film is released from said multiiayered volume hologram structure, is 0.001 Kg/25 mm 

to 0.1 Kg/25 mm, and a peel strength between said substrate and said volume hologram layer is 0.1 Kg/25 mm to 
5.0 Kg/25 mm. 

12. The multiiayered volume hologram structure according to any one of claims 9 to 1 1 , characterized in that said vol- 
40 ume hologram layer is made up of a photosensitive material used for recording a dry type of volume phase holo- 
gram, which comprises a matrix polymer, a photopolymerizable compound, a photopolymerization initiator, and a 
sensitizing dye. 

13. A label used for making a multiiayered volume hologram structure as recited in claim 9 and comprising a release 
45 paper, and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective film 

laminated on said release paper in the described order, characterized in that said second adhesive layer is weaker 
in adhesion than said first adhesive layer, and when said surface protective film is released from said multiiayered 
volume hologram structure in a given releasing direction, a releasing line is produced in a direction at right angles 
with respect to said releasing direction. 

50 

14. A label used for making a multiiayered volume hologram structure as recited in claim 10 and comprising a release 
paper, and a third adhesive layer, a colored sheet a first adhesive layer, a volume hologram layer, a second adhe- 
sive layer and a surface protective film laminated on said substrate in the described order, characterized in that said 
second adhesive layer is weaker in adhesion than said first adhesive layer and said third adhesive layer, and when 

55 said surface protective film is released from said multiiayered volume hologram structure in a given releasing direc- 
tion, a releasing line is produced in a direction at right angles with respect to said releasing direction. 

15. A multiiayered volume hologram structure comprising a substrate for a certificate or the like, and a heat sealing 
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■ layer, a volume hologram layer, an adhesive layer and a surface protective film laminated on said substrate, char- 
acterized in that the whole surface of said multilayered volume hologram structure is heat sealed. 

1 6. A multilayered volume hologram structure comprising a substrate for a certificate or the like, and an adhesive layer, 
s a volume hologram layer, a heat sealing layer and a surface protective layer laminated on said substrate, charac- 
terized in thai said volume rvoiogram isysr and an end portion thereof ?re covered with said surface protective film, 
said volume hologram layer is laminated on said substrate, and only a whole peripheral end of said multilayered 
volume hologram structure including a whole peripheral end of said volume hologram layer is heat sealed. 

10 1 7. The multilayered volume hologram structure according to claim 1 5 or 1 6, characterized in that said heat sealing has 
been done at 100°C to 180°C. 

18. A label used for making a multilayered volume hologram structure as recited in daim 15, characterized by compris- 
ing a release paper, and a heat sealing layer, a volume hologram layer, an adhesive layer and a surface protective 

is layer laminated on said release paper in the described order. 

19. A label used for making a multilayered volume hologram structure as recited in claim 16, characterized by compris- 
ing a release paper, and an adhesive layer, a volume hologram layer, a heat sealing layer and a surface protective 
film laminated on said release paper in the described order, 

20 a size of said surface protective film being such that, upon said label laminated on a substrate for a certifi- 

cate or the like, said surface protective film covers said volume hologram layer including a whole periphery of an 
end thereof. 

20. A multilayered volume hologram structure, characterized by comprising a substrate and a hologram layer pasted 
25 on said substrate, said hologram layer being provided with a surface protective film on a surface thereof, and further 

including a second adhesive layer for bonding together said surface protective film and said hologram layer and a 
first adhesive layer for bonding together said hologram layer and said substrate, either one of said adhesive layers 
having an adhesive force profile in its own plane. 

30 21 . A label used for making a multilayered volume hologram structure as recited in claim 20, characterized by compris- 
ing a release paper, and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface pro- 
tective fflm laminated on said release paper in the described order, said label being pasted on a substrate for a 
certificate or the like upon removal of said release paper therefrom, and either one of said first adhesive layer and 
said second adhesive layer having an adhesive force profile in its own plane. 

35 

22. A multilayered volume hologram structure comprising a substrate, and a first adhesive layer, a volume hologram 
layer, a second adhesive layer and a surface protective film laminated on said substrate in the described order, 
characterized in that microcapsules, each encapsulated with a material capable of breaking said hologram layer, 
are incorporated in said adhesive layers, so that said microcapsules can break down upon delamination of said 

40 multilayered volume hologram structure. 

23. A multilayered volume hologram structure comprising a substrate, and a third adhesive layer, a colored sheet, a first 
adhesive layer, a volume hologram, a second adhesive layer and a surface protective film laminated on said sub- 
strate in the described order, characterized in that microcapsules, each encapsulated with a material capable of 

45 breaking said volume hologram layer, are incorporated in said first and second adhesive layers disposed adjacent 
to said volume hologram layer, so that said microcapsules can break down upon delamination of said multilayered 
volume hologram structure. 

24. The fifth multilayered volume hologram structure according to claim 22 or 23, characterized in that a material form- 
so ing said volume hologram layer comprises a matrix polymer, a photopolymerizable compound, a photopolymeriza- 

tion initiator and a sensitizing dye, and said material capable of breaking said volume hologram layer comprises an 
organic solvent having a solubilizing action on said volume hologram layer forming material and/or a plasticizer hav- 
ing a swelling action on said volume hologram layer forming material. 

55 25. A label used for making a multilayered volume hologram structure as recited in claim 22 and comprising a release 
paper, and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective film 
laminated on said release paper in the described order, characterized in that microcapsules, each encapsulated 
with a material capable of breaking sad volume hologram layer, are incorporated in said adhesive layers, so that 
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said microcapsules can break down upon delami nation of said multilayered volume hologram structure. 

26. A label used for making a multilayered volume hologram structure as recited in claim 23 and comprising a release 
papa-, and a third adhesive layer, a colored sheet, a first adhesive layer, a volume hologram, a second adhesive 
5 layer and a surface protective film laminated on said release paper in the described order, characterized in that 
microcapsules, each erransiiiated with a material capable of breaking said volume hologram layer, are incorpo- 
rated in said adhesive layers disposed adjacent to said volume hologram layer, so that said microcapsules can 
break down upon delamination of said multilayered volume hologram structure. 

10 27. The multilayered volume hologram structure-making label according to claim 25 or 26, characterized in that a mate- 
rial forming said volume hologram layer comprises a matrix polymer, a photopolymerizable compound, a photopo- 
lymerization initiator and a sensitizing dye, and said material capable of breaking said volume hologram layer 
comprises an organic solvent having a solubilizing action on said volume hologram layer forming material and/or a 
plasticizer having a swelling action on said volume hologram layer forming materia). 

15 

28. A multilayered volume hologram structure, characterized by comprising a substrate for a certificate or the like, and 
an adhesive layer, a volume hologram layer containing fine particles having an average primary particle size of 1 
nm to 100 nm and used in an amount of 10 parts by weight to 100 parts by weight per 100 parts by weight of a 
photosensitive material, and a surface protective f Qm laminated on said substrate in the described order. 

20 

29. The multilayered volume hologram structure according to claim 28, characterized in that said fine particles are each 
a fluorescent fine particle emitting fluorescence upon irradiation with ultraviolet radiation. 

30. A multilayered volume hologram structure, characterized by comprising a substrate for a certificate or the like, and 
25 an adhesive layer, a volume hologram layer containing plastic particles or glass beads having a refractive index 

substantially equal to that of a photosensitive material and used in an amount of 1 0 parts by weight to 1 00 parts by 
weight per 1 00 parts by weight of said photosensitive material, and a surface protective f flm laminated on said sub- 
strate in the described order. 

30 31 . The multilayered volume hologram structure according to any one of claims 28 to 30, characterized in that said vol- 
ume hologram layer and said surface protective film are laminated together with an additional adhesive layer inter- 
leaved therebetween. 

32. A label used for making a multilayered volume hologram structure as recited in claim 28, characterized by compris- 
35 ing a release paper, and an adhesive layer, a volume hologram layer containing fine particles having an average 
primary particle size of 1 nm to 100 nm and used in an amount of 10 parts by weight to 100 parts by weight per 100 
parts by weight of a photosensitive material, and a surface protective film laminated on said release paper in the 
described order. 

40 33. The multilayered volume hologram structure-making label according to claim 32, characterized in that said fine par- 
ticles are each a fluorescence fine particle emitting fluorescence upon irradiation with ultraviolet radiation. 

34. A label used for making a multilayered volume hologram structure as recited in claim 30, characterized by compris- 
ing a release paper, and an adhesive layer, a volume hologram layer containing plastic particles or glass beads 

45 having a refractive index substantially equal to that of a photosensitive material and used in an amount of 1 0 parts 
by weight to 100 parts by weight per 100 parts by weight of said photosensitive material, and a surface protective 
film laminated on said substrate in the described order. 

35. The multilayered volume hologram structure-making label according to any one of claims 32 to 34, characterized 
so in that said volume hologram layer and said surface protective film are laminated together with an additional adhe- 
sive layer interleaved therebetween. 

36. A multilayered volume hologram structure, characterized by comprising a substrate for a certificate or the like, and 
an adhesive layer, a volume hologram layer, a resin layer containing a monomer or a plasticizer and a surface pro- 

55 tective film laminated on said substrate in the described order. 

37. The multilayered volume hologram structure according to claim 36. characterized in that said monomer or plasti- 
cizer-containing resin layer and said surface protective film are laminated together with an additional adhesive layer 
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. Interleaved therebetween. 

38. A muitilayered volume hologram structure, characterized by comprising a substrate for a certificate or the like, and 
an adhesive layer, a volume hologram layer, a brittle layer, an adhesive layer and a surface protective film laminated 

5 on said substrate in the described order. 

39. A label used for making a muitilayered volume hologram structure as recited in dam 36, characterized by compris- 
ing a release paper, and an adhesive layer, a volume hologram layer, a resin layer containing a monomer or a plas- 
ticizer and a surface protective film laminated on said release paper in the described order. 

w 

40. The muitilayered volume hologram structure-making label according to claim 39, characterized in that said mono- 
mer or plastidzer-corrtaining resin layer and said surface protective film are laminated together with an additional 
adhesive layer interleaved therebetween. 

15 41. The muitilayered volume hologram structure-making label according to claim 39. characterized by comprising a 
release paper, and an adhesive layer, a volume hologram layer, a brittle layer, an adhesive layer and a surface pro- 
tective film laminated on said release in the described order. 

42. A muitilayered volume hologram structure, characterized by comprising a substrate for a certificate or the like, and 
20 a first adhesive layer, a volume hologram layer and a surface protective film laminated on said substrate in the 

described order, and further including between said volume hologram layer and said surface protective film a pat- 
terned area for varying mutual adhesion between said volume hologram layer and said surface protective film in a 
site-dependent manner, so that upon an intentional release of a multilayer structure from said substrate, said vol- 
ume hologram layer is broken or elongated while said volume hologram layer is separated into a portion adhering 
25 to a substrate side and a portion adhering to a surface protective film side. 

43. The muitilayered volume hologram structure according to claim 42, characterized in that upon irradiation with ultra- 
violet radiation or heating, one of said volume hologram layer or said surface protective film shows adhesion to the 
other or the mutual adhesion between said volume hologram layer and said surface protective film decreases. 

30 

44. A muitilayered volume hologram structure, characterized by comprising a substrate for a certificate or the like, and 
a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective film laminated on 
said substrate in the described order, and further including between said second adhesive layer and said surface 
protective film a patterned area for varying mutual adhesion between said second adhesive layer and said surface 

35 protective film in a site-dependent manner, so that upon an intentional release of a multilayer structure from said 
substrate, said volume hologram layer is broken or elongated while said volume hologram layer is separated into a 
portion adhering to a substrate side and a portion adhering to a surface protective film side. 

45. The muitilayered volume hologram structure according to any one of claims 42 to 44, characterized in that said pat- 
40 terned area for varying said adhesion in a site-dependent manner is a pattern form of release agent layer. 

46. The muitilayered volume hologram structure according to any one of claims 42 to 45, characterized in that a surface 
of said surface protective film to be laminated is provided with a primer layer for enhancing adhesion. 

as 47. The muitilayered volume hologram structure according to any one of claims 42 to 45, characterized in that said pat- 
terned area for varying said adhesion in a site-dependent manner is an adhesion-enhancing pattern form of primer 
layer. 

48. The muitilayered volume hologram structure according to any one of claims 42 to 44, characterized in that said pat- 
so terned area for varying said adhesion in a site-dependent manner is obtained by treating a surface of said surface 

protective film to be laminated in such a way that said surface is easily bondable. 

49. A muitilayered volume hologram structure of the invention, characterized by comprising a substrate for a certificate 
or the like, and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface protective 

55 film laminated on said substrate in the described order, and further including between said first adhesive layer and 
said volume hologram layer a patterned area for varying mutual adhesion between said first adhesive layer and 
said volume hologram layer in a site-dependent manner, so that upon an intentional release of a multilayer structure 
from said substrate, said volume hologram layer is broken or elongated white said volume hologram layer is sepa- 



43 



EP0 869 408A1 



rated into a portion adhering to a substrate side and a portion adhering to a surface protective fflm side. 

50. A label used for making a multilayered volume hologram structure as recited in claim 42, characterized by compris- 
ing a release paper, and a first adhesive layer, a volume hologram layer and a surface protective film laminated on 
said substrate in the described order, and further including between said volume hologram layer and said surface 
protective f Dm a patterned area for varying mutual adhesion between said volume hologram layer and said surface 
protective film in a site-dependent manner, said label being pasted on a substrate for a certificate or the like upon 
a release of sad release paper therefrom. 

51 . A label used for making a multilayered volume hologram structure as recited in claim 44, characterized by compris- 
ing a release paper, and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface pro- 
tective film laminated on said substrate in the described order, and further including between said second adhesive 
layer and said surface protective film a patterned area for varying mutual adhesion between said second adhesive 
layer and said surface protective film in a site-dependent manner, said label being pasted on a substrate for a cer- 
tificate or the like upon a release of said release paper therefrom. 

52. A label used for making a multilayered volume hologram structure as recited in claim 49, characterized by compris- 
ing a release paper, and a first adhesive layer, a volume hologram layer, a second adhesive layer and a surface pro- 
tective film laminated on said substrate in the described order, and further including between said first adhesive 
layer and said volume hologram layer a patterned area for varying mutual adhesion between said first adhesive 
layer and said volume hologram layer in a site-dependent manner, said label being pasted on a substrate for a cer- 
tificate or the like upon a release of said release paper therefrom. 



44 



EP 0 869 408 A1 



FIG. 1 



Examination 
Admission Card 

O O University 
O O Departmer t 

Name A AAA 

Examinee' i ? o / c 
s Number 1 L J *» 3 




8 



FIG. 2 




45 



EP 0 869 408 A1 



FIG. 3 




4 A 3 



FIG. A 




FIG. 5 




A' 4 3 



46 



EP0869408A1 



FIG. 6 



-10 







































V//V 


1 


V 





///////;////////////// 




..... I 




///////////////// 


/////// 



-7 
6 

5' 
-11 

5 
6 

5 

•11 



10 



FIG. 7 





FIG. 8 





7 
5 



/ 1 7 



47 



EP 0 869 408 A1 



FIG. 9 




7 

L 



6 



48 



EP0869408A1 



a) 



FIG. 10 



20 



SSS.SS.SNS.S VSS.S.SSS.SS 




20 



b) 



ss.^ssss.ss.ssss.svss.v 





FIG. 11 



Peel 
Strength 

(gf/inch) 



10 - 



t 



5- 




0 



1 

1 2 

Peel / 
Distance \ 



49 



EP 0869 408 A1 




FIG.13 

^7 







7 








S 




mm 









5' 



6 5 U 3 



FIG.U 




50 



EP0869 408A1 



FIG. 15 



20 



5 

6 

5 
-11 




51 



EP 0 869 408 A1 



FIG. 17 



A n 

(a) swsiws / w 



B 



S 



(b) 



6 
5' 



w s w s w s 



II 




s w s w s w 




FIG.18 




V//A .V//A { Vm 



5 
6 



w s w s w s 



52 



EP0 869408A1 



FIG. 19 



VV O VV O / VY 



Yj&WMf/s/Mmys/j 




FIG. 20 



5 






w s w s w s 



FIG. 21 

A 



a b b a 



m a yak n a h 




P3 
/ 

/ 

/ 

/ 

/ 

/ 

/ 

/ 

/ 



/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 



FT 

/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 

\ 



a ol 



r 

CL Oi 



/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 
/ 

/ 

\ 




ol ol a 



53 



EP 0 869 408 A1 



FIG. 22 




4 3 





20 



b) 



10 




54 



EP0 869408A1 



FIG. 25 1 

4 3 



FIG. 26 




A 3 



FIG. 27 



7 

6 
5 
-11 



10 



2 



55 



EP 0 869 408 A1 





56 



EP 0 869 408 A1 



FIG. 31 




4' U 3 



FIG. 32 



IZ 



'A 



V\ 
/ 
/ 
/ 
/ 

/ 
IA 



(73 



'A 



FIG. 33 




U' U 3 



57 



EP 0 869 408 A1 



FIG. 34 




4 4 3 



FIG. 35 




58 



EP0869408A1 



FIG. 36 



///A WSA U/A U/J 










1 




r f r f f r f s s t f s r 



f 



10 



7 
9 
5 



\\\\\\\\\\\\\\\ \\\\^ 



59 



EP 0 869 408 A1 



FIG. 37 




0 




60 



EP0869408A1 



FIG. 38 





61 



EP0 869408A1 



INTERNATIONAL SEARCH REPORT 


International application No. 




PCT/JP97/03242 



A. CLASSIFICATION CiV ST miPCT MATTE?. 



Int. CI* G03H1/18, B42D15/10 
According to International Patent Classification (IPC) of to both national classification and IPC 

B. FIELDS SEARCHED 

Minimum documcotitioD searched (classification system followed by classification symbols) 
Int. CI 6 G03H1/18, B42D15/10 



Documentation searched other than minimum document* lioa to the extent that such documeots are included in the fields searched 

Jitsuyo Shinan Koho ^ 1940 - 1997 
Kokai Jitsuyo Shinan Kohp 1971 - 1997 
Toroku Jitsuyo Shinan Koho 1994 - 1997 

Electronic data base consulted during the international search (name of data base and, where practicable, search terms used) 



Gtaticm of document, with indication, where appropriate, of the relevant passages 



Relevant to daim No, 



JP, 5-201181, A (Dainippon Printing Co., Ltd.), 
August 10, 1993 (10. 08. 93) (Family: none) 



JP, 6-110368, A (Central Glass Co., Ltd.), 
April 22, 1994 (22. 04. 94) (Family: none) 

JP, 7-271281, A (Toppan Printing Co., Ltd.), 
October 20, 1995 (20. 10. 95) (Family: none) 

JP, 6-138803, A (Dainippon Printing Co., Ltd.), 
May 20, 1994 (20. 05. 94) (Family: none) 

JP, 5-048215, Y2 (Dainippon Printing Co., Ltd.), 
December 21, 1993 (21. 12. 93) (Family: none) 

JP, 6-051683, A (Totsuya K.K.), 
February 25, 1994 (25. 02. 94) (Family: none) 



1, 3-6, 
15, 36-44, 
46, 47, 50, 
51 

4, 5 



36-44, 46, 
47, 49-52 

28, 30-32 
34, 35 

3-5, 10, 
14, 43 

15, 18 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Y 



Y 



Y 



Y 



Y 



Y 



X I Further documents are listed in the continuation of Box C. 



* Special categories of cited documeots: 

"A** document defining the general state of the an which is not considered 
to be of particular relevance 

"E" earlier document but published on or after the international filing date 

"l. H document which may throw doubts oa priority claimfs) or which is 

cited to establish the publication date of too (her ciUlioa or other 

special reason (as specified) 

"0** document referring to an oral disclosure, use, exhibition or other 
means 

"P" document published prior to (be tatcmational filing date but later than 
the priority due ciitmcd 



Dale of the actual completion of the international search 

December 10, 1997 {10. 12. 97) 



Name and mailing address of the ISA/ 

Japanese Patent Office 

Facsimile No. 

Form PCT/ISA/210 (second sheet) (July 1992) 



See patent family annex. 



T later document published after the international Gliag date or priority 
date and oot in conflict with the application but cited to understand 
Ibe priDoiple or theory underlying the invention 

"X H document of particular relevance; the claimed invention cannot be 
considered novel or cannot be considered to involve an inventive 
step when the docoment is taken alone 

**Y M document of particular relevance; the claimed invention cannot be 
considered to involve an inventive step when the document is 
combined with one or more other such documents, such combination 
being obvious to a person skill ed in the art 

**&" document member of the same patent family 



Date of mailing of the international search report 

December 24, 1997 (24. 12. 97) 



Authorized officer 



Telephone No. 



62 



EP 0 869 408 A1 



INTERNATIONAL SEARCH REPORT 



International application No. 

PCT/JP97/03242 



C (Continuation). DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication* where appropriate, of the relevant passages 



Relevant to claim No. 



JP, 7-179083, A (Toppan Moore Co., Ltd.), 
July 18, 1995 (18. 07. 95) (Family: none) 

JP, 9-123698, A (Toppan Printing Co., Ltd.), 
May 13, 1997 (13. 05. 97) (Family: none) 

JP, 9-6217, A (Toppan Printing Co., Ltd.), 
January 10, 1997 (10. 01. 97) (Family: none) 



20, 21 
46, 47 



9, 10, 
12 - 14 



Form PCT/1SA/210 (continuation of second sheet) (July 1992) 



63 



